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(54) Semiconductor devices having a thin film field-effect transistor and corresponding 
manufacturing methods 



(57) The gate electrode of a non-amorphous TFT 
consists of a first gate layer (113,116) disposed on a 
gate insulating film (103) and made of a material 
selected from silicon, tantalum, titanium, tungsten or 
molybdenum and compounds thereof, a second gate 
layer (1 1 4, 1 1 7) disposed on said first gate layer at a dis- 
tance from the edge of said first gate layer and made of 
a low resistivity material such as copper or aluminum 
and a third gate layer (1 15.1 18) disposed on said first 
and second gate layers and made of a material selected 
from silicon, tantalum, titanium, tungsten or molybde- 



num and compounds thereof, thereby to enhance the 
thermal resistance of the gate electrode. Besides, such 
an n-channel TFT may be provided with a low-concen- 
tration impurity region (106a, 106b) which adjoins a 
channel region (104). and which includes a first subre- 
gion (106a) overlapped by the gate electrode and a sec- 
ond subregion (106b) not overlapped by the gate 
electrode, thereby to mitigate a high electric field near 
the drain (1 08) of the TFT and to simultaneously prevent 
the OFF current of the TFT from increasing. 




-101 M<W/ TFT 



102 P chaMel TFT 



7- / 



Printed by Xerox (UK) Business Services 
2.16 7 (HRS)/3.6 



EP 1 005 094 A2 



Description 

BACKGROUND OF THE INVENTION 
FIELD OF THE INVENTION 



10 



20 



25 



30 



[0001] The present invention relates to a semiconductor device in which a circuit includina a thin film tran^r 
(herembelow. abbreviated to TFT) is formed on a substrate having an electrically insulatTng sSace ^nd a mSo 
E Sl?h r ™ nduct ^ device - B * wa * ° f example, it relates to the constructions of an 2S5pfccS25JS 
SS£V '^l 0 ^' d,s P ,a y *** a "d an electronic equipment in which the electrooptic deliceTinsS 
H.T 6 " ' the expression semiconductor device is intended to signffygeneS^^sthS, 

15 DESCRIPTION OF THE RELATED ART 

fSJ^i JfV If Ve be !" P ° SltiVe,y foSt6red thS dev elopments of techniques for fabricating an active matrix type lio- 
ud crystal display devce by providing TFTs on a glass substrate or a quartz substrate. Among the tWs EtKd£ 

V S r COn 2f 0r haVin9 3 CryStal "' ne (hereinbelow. termed crystalline TFT 'attains fhfch 

ductors d.sclosed .n the official gazette of a Japanese Patent Application Laid-open No 7-1^2 f Ti^which^2" 
spends to a U.S.Patent No.5.642.826. a Uid-open No. 8-7sS (1996). a LaSipen Ite^aSSfSSSS; 
corresponds to a U.S.Patent Application Serial No. 08/951,193. a Laid-open No 10-7^69 (1998) which 

S ntafifi ^ 3Cf,Ve ^ tyPe ' iquid CryStal device, the n^hanne. TFTs (hereinbelow 

nT w^en L ^ 2,' T T" ^ 38 ,arge 3 number as 1 "O 00 - 000 trough 2.000.000 f7r- 

o » rCUrtS PrWided around the pbcel are added, a still larger number of crys- 

2£! IZl 7 n6CeSSa ; y fPe=rf'ca*ons required of the liquid crystal display device are severe. For S^mSTci 
^^esenting ,mage d,sp.ay. eventually, it is the primary requisite to ensure the reliability of each ZJEaS^ 

EJ'SLn ID 6 Cha ' acteristics of a f ie| d effect transistor such as the TFT can be considered as being divided into a lin- 
ear region where a dram current and a drain voltage increase in proportion, a saturation region where tfWdrain^ant 
becomes saturated even when the drain voltage is increased, and a cutoff region whereS TnTcune SZZZS 

£C 5 Si's? ,n this ■ p S"" on - *• ,inear re9ion and the saturafon region «SST2£?i?S5 

region of the TFT. and the cutoff region an OFF region . Besides, for the sake of convenience the drain errant in »Z 
mlTf 0 " ? a " be M 80 ° N CUrT6nt ' and a «™» in ^e OFF region an OFF cunT* " 6 

i» 1 a ^' nC ? min9 the piXSl TFT a 9ate volta 9 e ^"9 3,1 amplitude of about 1 5 to 20 V is applied as a drive con 
22 PiXe ! TFT ne6dS t0 *• ° f **» the ON region and K5f£J£ TonTe 

2SS,Sir* Pen K ra ' C ' rCUit for driving 1,16 P^ 6 ' ^ circuit is constructed on the basis of a CMOS circuit^ 
which importance is chiefly attached to the characteristics of the ON region 

« S2JL • re9ard *! iS ^ *** 1,16 c^ 3 "™ TFT is still inferior in point of reliability to a MOS transistor (a tran- 
IT 2 if x°^ 3 Sing,e - cr y stal semiconductor substrate) which is used for an LSI. eto. By wa7o7eSmp e wnTn 
the crystalline TFT ,s continuously driven, such deteriorating phenomena as lowering in KeSSm"^ 

no^e^ 
STe^^ 

50 i? 0 !! 81 !" the technical fie 'd of the LSIs. an LDD (Lightly Doped Drain) structure has been known as an ewww 

transistor The structure is such that impurity regions of low concentration are provided outside a d^TSmEn 
region. The low-concentration impurity regions are called LDD regions. 9 
(0009] Even in the crystalline TFT. the formation of an LDD structure has of course been known Th a 

SSSSTT ^ App,ication Laid - open ^ 7 - 202210 (1995) - for ^^S^tJ^2£K 

which S2 21 ■ 66 ,nt ° 3 StrUCtUre ° f *"° ,ayere teve ^hs different from each other, and ^cretely in 
« ™ '^er-s narrower than the lower layer, and ions are subsequently implanted using the gaTe e Smde 

as a mask, whereby LDD regions are formed by one time of ion implantation by utiSzing the differertpVneStio^ 2£ 
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of the ions based on the fact that the thickness of the gate electrode is not uniform. Herein, the gate electrode overlaps 
the LDD regions directly. " 

[0010] Such a structure has been known as a GOLD (Gate-drain Overlapped LDD) structure, a LATID (Large-tilt- 
angle implanted drain) structure, or an ITLDD (Inverse T LDD) structure. It can mitigate the high electric field near the 
drain, thereby to prevent the phenomenon of the hot carrier injection and to enhance the reliability. In, for example Mut- 
suko Hatano. Hajime Akimoto and Takeshi Sakai: IEDM97 TECHNICAL DIGEST, pp. 523 - 526, 1997. a TFT which has 
a GOLD structure based on side walls formed of silicon has been verified to attain a reliability* which is far superior to 
those of TFTs of other structures. 

[0011] However, the structure laid open in the above paper has the problem that the OFF current of the TFT 
increases more than with the conventional LDD structure, and it necessitates a measure for eliminating the problem 
Especially in the pixel TFT constituting the pixel matrix circuit, the increase of the OFF current results in augmenting 
power dissipation or/and causing abnormality to appear in the image display. Therefore, the GOLD structure cannot be 
applied to the crystalline TFT as it is. 

SUMMARY OF THE INVENTION 

[001 2] The present invention consists in techniques for solving the problems as stated above, and has for its object 
to incarnate a crystalline TFT which achieves a reliability equivalent or superior to that of a MOS transistor and which 
also attains good characteristics in both the ON region and the OFF region thereof. 

[0013] Another object of the present invention is to incarnate a semiconductor device of high reliability which 
includes a semiconductor circuit formed of such crystalline TFTs. 

[0014] Figs. 18(A-1) and 18(B-1) through Figs. 18(A-4) and 18(B-4) schematically illustrate the structures of TFTs 
and Vg - Id (gate voltage - drain current) characteristics attained with the structures, on the basis of knowledge hitherto 
obtained. Fig. 18(A-1) is a schematic sectional view showing the simplest structure of the TFT in which a semiconductor 
layer below a gate electrode consists of a channel forming region, a source region and a drain region (n + regions). Fig. 
18(B-1) is a graph showing the Vg - Id characteristics in which a +Vg side is the ON region of the TFT, while a -Vg side 
is the OFF region thereof. Herein, a solid line indicates initial characteristics, and a broken line indicates characteristics 
deteriorated by the phenomenon of hot carrier injection. With the structure, both the ON current and OFF current of the 
TFT are high, and the deteriorations are of large magnitudes. Therefore, the TFT left intact cannot be used for for 
example, the pixel TFT of a pixel matrix circuit. 

[001 5] Fig. 1 8(A-2) is a schematic sectional view showing the LDD structure of the TFT in which low-concentration 
impurity regions (n" region) serving as LDD regions are added to the structure depicted in Fig. 18(A-1), and in which the 
LDD regions and a gate electrode do not overlap each other. Fig. 18(B-2) is a graph showing the Vg - Id characteristics 
of the TFT With the structure, the deterioration in the OFF current of the TFT can be suppressed to some extent but 
the deterioration in the ON current of the TFT cannot be prevented. Besides. Fig. 18(A-3) is a schematic sectional view 
showing the structure (called the GOLD structure) of the TFT in which entire LDD regions and a gate electrode overlap 
each other. Fig. 18(B-3) is a graph of the Vg - Id characteristics corresponding to Fig. 18(A-3). The structure can sup- 
press the deteriorations to the extent of posing no problem, but it increases the OFF current of the TFT on the -Vg side 
more than the structure depicted in Fig. 18(A-2). 

[0016] Accordingly, any of the structures shown in Figs. 18(A-1), 18(A-2) and 18(A-3) cannot satisfy those charac- 
teristics of the ON region and the OFF region which are necessary for the pixel matrix circuit, simultaneously with the 
reliability of the TFT. In contrast to the above structures, a structure shown in Fig. 18(A-4) is such that each of LDD 
regions which a gate electrode overlaps consists of a part which lies under the gate electrode, and a part which does 
not lie under the gate electrode. With the structure, it is possible as seen from Fig. 18(B-4) to satisfactorily suppress the 
deterioration in the ON current of the TFT and to decrease the OFF current thereof. " 
[001 7] The structure shown in Fig. 1 8(A-4) has been derived from the following consideration: With the structure as 
shown in Fig. 18(A-3). when a negative voltage is applied to the gate electrode of the n-channel TFT, that is. when the 
TFT is operated in the OFF region, holes are induced at the interfaces between the LDD regions, which the gate elec- 
trode overlaps, and a gate insulating film, with increase in the negative voltage, and a current path based on the minority 
carriers as joins the drain region, LDD regions and channel region of the TFT is formed. On this occasion, if the drain 
region is under the application of a positive voltage, the holes will flow to the side of the source region of the TFT. This 
will be a cause for the increase of the OFF current. 

[001 8] It can be considered that LDD regions in which the minority carriers are not accumulated in spite of the appli- 
cation of the gate voltage may be provided in order to cut off the above current path midway. The present invention per- 
tains to a TFT having such a structure, and a circuit employing the TFTs. 

[0019] Accordingly, in one aspect of performance of the present invention, a semiconductor device wherein a TFT 
is formed on a substrate, the TFT having a semiconductor layer, a gate insulating film formed on the semiconductor 
layer, and a gate electrode formed on the gate insulating film; is characterized in that said gate electrode includes a first 
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layer which is formed in contact with said nato 

layer, and a third layer which is foTm^n JaS^^Jf^ h formed on and said first 

layer includes a channel forming region, a S^^^S^SJ^ ^ ** ^ 
sa.d one conductivity type which is formed between said S°,n °1. °«" conducfcvrt y *P«. and a second impurity region of 
5 a part of said second impurity region of ff M ,irSt ^ ^ 2d"at 

T0020J In another aspect of performance of th« ™I . . ^ Under sa,d f,rst ,ayer of said 9ate electrode, 
is characterized by composing S^^SS^Z^^ <* Seating a semiconductor device 
surface; the second step of forming a gate iLlafirX In Z£f ^ ° n 3 SUbStrate nas an bating 
cessively forming a conductive layer (A) and ™ j£5S£ av^or^? f ,3yer: the "« ste P * •£ 

» saw conductive layer (B) into a pmiL^EZ i^Zto^^^^" 9 ^ the fourth of «^ng 
o doping a selected region of said semiconductor teyerStn imnZ, f "? ^ ° f 3 9ate - «*«* *• f ■» step 
of forming a conductive layer (C) in contact wto^S fcoX^T^f "T 1 * ° ne conductiv «y type; the sixth step 
the seventh step of etching said 'conducive CTcStSS, 5? SeCOnd ,ayer 01 9 ate electrexff 
to form a third layer of said gate electee ana" a ^y^^ T^Z 'H'"? predetermin «d Patterns, thereby 

etching said conductive layer (B) into a predete^ed ? ZU ! T 98te insula,in9 fi,m; the *»*»> step Tf 
fifth step of doping a se.ected region of ^ZZSZ^ZS^? J* T"" **" « 3 9ate 
s.xth step of forming a conductive layer (C) iT^^T^Z^JT^V^ ° f ° ne type; the 

electrode; the seventh step of etching said conSetveffa^ J , (A) 3nd ^ second **» <* said gate 
terns, thereby to form a third layer of said ga? £2j£ and a ? "5? Ve ,3yer {A) into determined pat- 
region of said semiconductor layer with « 'Jff JE^IS£S^ ^ ° f d0pin9 a se,e ^ 

ssr 8 ° n^/s 'r r of 9ate e,ecfr ^ e a ^ ^CS-s*^ type: and 1,16 ninth ° f re ™- 

deviciischa^e - a semiconductor 

layer on a substrate which has an insulating surface fl£ Si xL T^Z? 3nd 3 S6COnd semiconductor 

-conductor layer and said second smiconL^S^^Z^^^- 3 ? a ? e ,nsula «"9 «m on said first sem- 
a conductive layer (B) on said gate insulating film me fo^Tl^t^ ^ y forminQ a layer (A) and 

mmed pattern, thereby to form a second laye^ d a gate^cS £e ^ST? T^**" ^ & (B) into a 
semiconductor layer with an impurity element of one ^oneSS'tll ^ 3 S6,eCted re{ » ion of said first 

m contact with said conductive layer (A) and saW JS' . ^ ° f formin 9 a conductive layer (C) 
conductive layer (C) and said conducive layer ^ uS^SS^SlTTIl ** MWrth ° f etohin 9 said 

sem.conductor layer functions as a source region oVa 4*S£ "* !?. ,mpUrity re9ion formed in said 
re ^n- Accomingly. a concentration of 2 irnp^VSmert oT'ea^n^ "T^ ,mPUrity r69i ° n functions a « an 
■mpurrty region than in said first impurity region d ° nS 00nducta ««y type is lower in said second 

£-UrJnTr^^ 

layer, said gate insulating Z ^a^l^S^J^^ at one end of said semiconSor 

ondla^ere^ 

52 g-^SSSS^^ P r 01 inVent '° n ' S *«— - f " ^ said first ,ayer 

consisting of elements of taniu^T^m^ ^ 0ne member se,ected fr «- the gro'up 

which contains any of said elements as its c^nSnent and 2a '^l *!? ^ mo, ^ denuni (Mo), and a compound 
taining at least one member selected tMhrnT^l- . "? ' ayer 01 said Qate electrode is formed con- 
compound which contains any of said elements as teSoiT* a ' UminUm M and COpper (Cu >' and a 
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BRIEF DESCRIPTION OF THE DRAWINGS 
[0026] 

Fig. 1 is a sectional view of TFTs in an aspect of performance of the present invention; 

Figs. 2A and 2B are diagrams for explaining the positional relationship between a gate electrode and a second 
impurity region; 

Figs. 3A through 3C are sectional views showing a process for fabricating TFTs in the first embodiment of the 
present invention; 

Figs. 4A through 4C are sectional views showing the process for fabricating the TFTs in the f irst embodiment; 
Fig. 5 is a sectional view showing the process for fabricating the TFTs in the first embodiment; 
Figs. 6A through 6C are sectional views showing a process for fabricating TFTs in the second embodiment of the 
present invention; 

Fig. 7 is a sectional view showing the process for fabricating the TFTs in the second embodiment; 

Figs. 8A through 8C are sectional views showing a process for fabricating TFTs in the third embodiment of the 

present invention; 

Figs. 9A through 9C are sectional views showing a process for fabricating TFTs in the fourth embodiment of the 
present invention; 

Fig. 1 0 is a sectional view showing the process for fabricating the TFTs in the fourth embodiment; 

Figs. 1 1 A through 1 1C are sectional views showing a process for fabricating TFTs in the fifth embodiment of the 

present invention; 

Figs. 12A through 12C are sectional views showing the process for fabricating the TFTs in the fifth embodiment; 
Fig. 13 is a sectional view showing the process for fabricating the TFTs in the fifth embodiment; 
Fig. 14 is a perspective view of an active matrix substrate; 

Figs. 15A and 15B are top plan views of an active matrix circuit and a CMOS circuit, respectively; 
Figs. 1 6A and 1 6B are sectional views showing a process for fabricating a liquid crystal display device; 
Fig. 17 is a diagram showing the construction of a gate electrode; 

Figs. 18(A-1), 18(B-1) through Figs. 18(A-4), 18(B-4) are diagrams for explaining the structures and electrical char- 
acteristics of TFTs; 

Figs. 19A and 19B are schematic sectional views showing a process for fabricating a crystalline silicon film; 
Figs. 20A and 20B are schematic sectional views showing another process for fabricating a crystalline silicon film; 
Figs. 21 A and 21 B are schematic sectional views showing still another process for fabricating a crystalline silicon 
film; 

Fig. 22 is a sectional view showing a process for fabricating TFTs; 

Figs. 23A. 23B and 23C are a circuit diagram, a top plan view and a sectional structural view of an inverter circuit, 
respectively; 

Fig. 24 is a graph showing a light transmittance characteristic of a ferroelectric liquid crystal; 
Figs. 25A through 25H are schematic views showing examples of semiconductor devices; 
Figs. 26A through 26D are schematic views for explaining the construction of a projector; 

Figs. 27A and 27B are a top plan view and a sectional view of an active matrix type EL display device, respectively; 
Figs. 28A and 28B are a top plan view and a sectional view of an active matrix type EL display device, respectively; 
Fig. 29 is a sectional view of a pixel portion in an active matrix type EL display device; 

Figs. 30A and 30B are top plan view and a circuit diagram of a pixel portion in an active matrix EL display device, 
respectively; 

Fig. 31 is a sectional view of a pixel portion in an active matrix type EL display device; 

Figs. 32A through 32C are circuit diagrams of a pixel portion in an active matrix EL display device. 

PREFERRED EMBODIMENTS OF THE INVENTION 

[0027] An aspect of performance of the present invention will be described with reference to Fig. 1 . A glass sub- 
strate, a plastics substrate, a ceramics substrate, or the like can be employed as a substrate 101 which has an electri- 
cally insulating substrate. It is also allowed to employ a silicon substrate or a stainless steel substrate whose surface is 
formed with an electrically insulating film such as silicon oxide film. A quartz substrate is also usable. 
[0028] A underlying film 102 is formed on that surface of the substrate 101 on which TFTs are to be formed. The 
underlying film 102 may be a silicon oxide film, a silicon nitride film or a silicon oxide nitride film, which may be formed 
by plasma CVD or sputtering. This underlying film 102 is provided in order to prevent an impurity from diffusing from the 
substrate 1 01 into semiconductor layers. By way of example, the underlying film 1 02 may well have a double-layer struc- 
ture in which a silicon nitride film being 25 to 1 00 nm thick is formed and is overlaid with a silicon oxide film being 50 to 
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200 nm thick. 
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[0029] me semiconductor layers to be formed in contact with the underlying film 102 should desirably be made of 
^ZT^^^^XT^ SUCh 8 ™ V an ^hous semiconductor film b?a £ 

5 Z!L ' ? UCh 88 P,a ? ma CV . D ' re ^ uced -P ressur « CVD or sputtering, is crystallized by a solid-phase gnZ 

SSSS!^ 3 ^ ea ? 9 S 9 " iS 3,80 P 085 *' 6 to ^ a microcrystaLe semiconductoTf^m 

which is formed by the above f.lm forming method. Semiconductor materials which are applicable here include sHicT 

sr zzxzszr™ a,,oy - 31x1 si,icon ^ ,n addwon - ™— ~ is 

M [ S!^LJ2il?^T "! I th6 ^" al SfrUC,Ure 01 a " n - Channel TFT and a P- 0 ^' TFT The gate electrodes of 
El ^fll p-channel TFT are constrtuted by their first layers, second layers and third layers. The first layere 

J,L ? 4 £ l^^JT e ' eCtr0deS ** formed in «"■* With a 9*« insulating fflm 103. Besides thHe^nd 
K y , i ' li respect,ve 9 ate electrodes are formed shorter than the first layers thereof in the directions Sfte 

frode^ F rth^ S «h ^ reSP0 ^ n9 TFTS ^ ^ PrOVk,ed ° n the « rSt 1 13 1 16 Of the £ 

n l^d^itmtflS 

[0031] The first layers 1 13. 1 16 of the respective gate electrodes are formed of a material which is selected from 

EL 8 hC ° n 2* ttaniUm ™ tanta ' Um ^ tUn9Sten W molybdenum (Mo) orT^teriat S £n 

tains any of the elements as its component. By way of example, the first layers 1 1 3. 1 1 6 may well bTmade avSto 
compound, tantalum nitride (TaM) or tungsten nitride (WN). The thickness of each of the^st teyere m i 16 mT^ 
?o set at 10 to 100 nm. preferably at 20 to 50 nm. y 8 13, 1 16 may be 

r^S!^" 1 ! 1 ^ 1 14 ". 1 17 ° ,the reSP6CtiVe 9316 e'ectrodes should desirablybe formed ofamaterial of low 
,JS 1 ? i k a,um,num (AI) or < Cu > es its component The thickness of each of the second 

ayers 1 14. 1 17 may be set at 50 to 400 nm. preferably at 100 to 200 nm. The second layers 1 14. 1 17 are VoTm^for 
the purpose of lowering the electric resistances of the corresponding gate electrodes, and their hi^fs^rnly be 
determin^ ,n cons.derat.on of both the lengths and electric resistances of bus lines and gate wiring Sm^n^re to 
be connected to the corresponding gate electrodes. 9 

£S of fl U ir iSe , t0 i he K ,irSt ' ayere J 13 ' 1 16 ° f the res Pec»ive gate electrodes, the third layers 1 15. 1 18 thereof are 
m^Sf ^ , Wh,Ch 15 ^ 9Ctod fr ° m elementS 01 si,icon < Si >' titanium rn). tantalum (Ta). tungsten W and 
molyMenum (Mo) or a material which contains any of the elements as its component. The th ckness of Schof Te 
o third layers 115. 118 may be set at 50 to 400 nm. preferably at 100 to 200 nm 

I? 0 ^ 1 ,^n y ' the firSt layerSl S6COnd teyers and ^ la ye re of the respective gate electrodes may be formed as 
^ T IT Tf t6ria,S by SPUttering ' and be P^ed into predetermined sh%^by wS TtSino 

ZZSi > * "T ? r f ? rm ' ng the *** ' ayere ° f 1,16 respective aate e'ectrodes so as to coveTthe second I ayS 
thereof, rt is required, not only to control the thicknesses of these second layers as explained above but alsoto setSu? 

electrode can be enhanced. The second layer of the gate electrode should desirably be made of the material of low 

S , P c TC ^ 3 h " ,OCk a PP eare ~ and •* t»e materia, diffuses into the surrc^rKfing^u?tSm^5 

^TTl ay& - f UC ? P henome r a h0Wever ' ran be prevented by *• dad structur e in which the secoS Zf£ 
enclosed with the material of any of Si. 71. Ta. W and Mo or the material containing any of the elements a^tecon^o- 

in 7 ™inf *l COndU !!? r ° f n " Chame ' 77=7 COnSistS 01 3 Channel formi "9 r egion 104. first impurity 
r?r^ci MM^J^rSS '^rtyregions 105 and 106a. 106b which are formed in contacTwith the channel 
ml^nJ?!^ I! sem.conductor regions and the second impurity regions are doped with an impurity ele- 
f »*! r 00 ^^ tyP ^- ° n this c ? :casion - ^e concentration of the impurity elemertTtte ftS 

E 2 L 6t f 1 X ° ^ 1X10 at0mS/Cm • pre,erab,y 2 x 1 ° 2 ° to 5 * 1 020 atoTs/cm*. while the ooncen^ 
rafton of fr.e impurrty element ,n the second impurity regions is set at 1 x 10 1 * to 5 x 10« atoms/cm^ typically fx ?o" 7 

m ° n ° the ! hand ' * he third impUrity re9ion 1 1 1 or 1 12a 1 12b of tne P-channel TFT function as the source 
2T atTL" re9 ' 0n imPUrHy r69i0n 1 1 2b COntainS the im P^V element bestowing the n^orlZ 

S im™. Sf. concentration as that of the first impurity regions 107. 108 of the n-channel TFT. but it is SS*Z 

t a rrr 0 ;rnTei b ^ 

[0038] The doping of the second impurity regions 105 and 106a. 106b with the impurity element is carried out by a 
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method in which the impurity element bestowing the n-conductivity type as a dopant is passed through the first layer 
1 13 of the gate electrode and the gate insulating film 103 so as to be introduced into the semiconductor layer. 
[0039] As illustrated in Figs. 2A and 2B, the second impurity regions 106a, 106b can be divided into the second 
impurity region 106a which lies under the gate electrode through the gate insulating film 103, and the second impurity 
region 106b which does not lie under the gate electrode. That is, they consist of an LDD region (a GOLD region) which 
the gate electrode overlaps, and an LDD region which the gate electrode does not overlap. The formation of the divided 
regions is implemented by the first step of introducing the impurity element of one conductivity type (the formation of 
the second impurity regions), and the second step of introducing the impurity element of one conductivity type (the for- 
mation of the first impurity regions). On this occasion, photoresist may be utilized as each mask. This is a method which 
is very convenient when circuits of different drive voltages are to be fabricated on an identical substrate. 



Table 1 





Drive Voltage 


Channel Length 


Y 


X 


Buffer Circuit 


16±2 V 


5.011.5 urn 


2.510.3 vm 


2.5+0.5 jim 


20±3 V 


5.012.0 urn 


3.010.5 jim 


3.010.5 nm 


Logic Circuit 


5±1 V 


3.011.0 nm 


0.510.3 fim 


0.510.3 nm 


10±1 V 


3.511.0 


2.010.3 iim 


1.010.5 urn 


Analog Switch 


1612 V 


3.011.0 nm 


1.510.5 nm 


1.5+0.5 jim 


Pixel Circuit 


16±2 V 


3.011.0 ^m 


1 .510.5 jim 


1.510.5 jim 



[0040] Table 1 tabulates examples of the design values of TFTs which are used for the buffer circuit portion, logic 
circuit portion, analog switch portion and pixel matrix circuit portion of a liquid crystal display device. Herein, not only 
the channel lengths of the TFTs, but also the length Y of the second impurity region 106a underlying the gate electrode 
and the length X of the second impurity region 106b not underlying the gate electrode can be set considering the drive 
voltages of the individual TFTs. 

[0041 ] Regarding the TFTs of the shift register circuit of a drive circuit and the TFTs of the buffer circuit, importance 
is basically attached to the characteristics of the ON region of each TFT. Therefore, the TFT may well have the so-called 
GOLD structure and need not always be provided with the second impurity region 106b not underlying the gate elec- 
trode. However, in a case where the region 106b is daringly provided, its length may be set within a range of 0.5 to 3 
jim in consideration of the drive voltage. Anyway, the value of the second impurity region 106b not underlying the gate 
electrode should desirably be enlarged with rise in the drive voltage, in consideration of the withstand voltage thereof. 
[0042] Besides, regarding the TFTs which are provided in the analog switches and the pixel matrix circuits, the OFF 
current of each TFT must not increase. In case of a drive voltage of 1 6 V by way of example, therefore, the length of the 
second impurity region 106a underlying the gate electrode is set at 1 .5 nm, and that of the second impurity region 106b 
not underlying the gate electrode is set at 1 .5 \um t with the channel length set at 3 \im. Of course, the present invention 
is not restricted to the design values mentioned here, but a person who designs such TFTs may properly determine the 
lengths. 

[0043] Meanwhile, as illustrated in Fig. 1 7, in the present invention, the lengths of the first layer 1 701 , second layer 
1702 and third layer 1703 of a gate electrode in the direction of the channel length of a TFT to be fabricated relate 
deeply with the dimensions of the TFT The length of the second layer 1 702 of the gate electrode in the channel length 
direction corresponds substantially to the channel length LI. Herein, the channel length L1 may be set at a value of 0.1 
to 10 fim, typically 0.2 to 5 pan. 

[0044] In addition, the length L6 of a second impurity region 1 705 can be set at will by masking with photoresist as 
explained before. This length L6 should desirably be set at 0.2 to 6 nm, typically 0.6 to 3 pm. 

[0045] That length L4 of the second impurity region 1705 which this region underlies the gate electrode, relates 
closely with the length L2 of the first layer 1701 of the gate electrode. The length L4 should desirably be set at 0.1 to 4 
*im, typically 0.5 to 3 ^m, Besides, that length L5 of the second impurity region 1 705 which this region does not underlie 
the gate electrode may usually be set at 0. 1 to 3 *im, typically 0.3 to 2 *tm. though the region of this length L5 not under- 
lying the gate electrode need not always be provided as explained before. Here, the lengths L4 and L5 may be deter- 
mined, for example, on the basis of the drive voltage of the TFT as explained before. 

[0046] In the case illustrated in Fig. 1 , the channel forming region 1 704 may well be doped with boron at a concen- 
tration of 1 x 1 0 16 to 5 x 10 18 atoms/cm 3 beforehand. The element boron is introduced for controlling the threshold volt- 
age of the TFT, and it can be replaced with any other element which can bring forth the same effect. 



\ ) i ) 

EP 1005 094 A2 

[0047] As thus far described, according to the present invention, the respective gate electrodes are formed of the 
first layers 1 13. 1 16, the second layers 114, 117 and the third layers 1 15. 1 18. and they are constructed as the clad 
structure in which the second layers 1 14, 1 17 of the respective gate electrodes are enclosed with the first layers 1 13, 
1 1 6 and third layers 1 15. 1 18 thereof as shown in Fig. 1 . As another feature, in at least the n-channel TFT, a part of the 
second impurity region 106 provided in the semiconductor layer lies under such a gate electrode through the gate insu- 
lating film 103. 

[0048] In the n-channel TFT, the second impurity region may well be provided only on the side of the drain region 
(the side of the first impurity region 108 in Fig. 1) with respect to the channel forming region 104. Besides, in a case 
where the characteristics of both the ON region and OFF region of the TFT are required as of the pixel TFT of the pixel 
matrix circuit, the second impurity regions should desirably be provided on both the side of the source region (the side 
of the first impurity region 107 in Fig. 1) and the side of the drain region (the side of the first impurity region 108 in Fig. 
1 ) with respect to the channel forming region 1 04. 

[0049] On the other hand, in the p-channel TFT, the semiconductor layer is formed with a channel forming region 
109, and the third impurity regions 1 1 1 and 1 12a. 1 12b. Of course, the p-channel TFT may well be constructed into the 
same structure as that of the n-channel TFT according to the present invention. Since, however, the p-channel TFT 
originally has a high reliability, it is more preferable that the ON current of the p-channel TFT is increased so as to bal- 
ance the characteristics thereof with those of the n-channel TFT. In the case where the present invention is applied to 
the CMOS circuit as illustrated in Fig. 1 , the balance of the characteristics is especially important. However, no problem 
is posed when the structure according to the present invention is applied to the p-channel TFT. 
[0050] When the n-channel TFT and the p-channel TFT have been completed in this way, they are covered with a 
first interlayer insulating film 119 and are provided with source wiring lines 120, 121 and a drain wiring line 122. In the 
construction illustrated in Fig. 1 , a silicon nitride film is thereafter provided as a passivation film 123. Further, a second 
interlayer insulating film 1 24 made of a resin material is provided. The second interlayer insulating film 1 24 need not be 
restricted to the resin material. However, in the case of applying the present invention to the liquid crystal display device 
by way of exarrpie, the use of the resin material is preferable for ensuring the flatness of the surface of the device. 
[0051] Although Fig. 1 has exemplified the CMOS circuit in which the n-channel TFTs and the p-channel TFTs are 
complementarily combined, the present invention is also applicable to an NMOS circuit employing n-channel TFTs, and 
the pixel matrix circuit of the liquid crystal display device. 

[0052] The construction of the present invention elucidated above will be described in more detail in conjunction 
with embodiments below. 

[Embodiment 1] 

[0053] In this embodiment, the construction of the present invention will be described concerning a method in which 
a pixel matrix circuit, and a CMOS circuit being the basic form of a drive circuit to be provided around the pixel matrix 
circuit are fabricated simultaneously. 

[0054] Referring to Figs. 3 A through 3C, a substrate 301 is a non-alkaline glass substrate which is typified by 1 737 
Glass Substrate of Corning Incorporated. An underlying film 302 is formed on that surface of the substrate 301 on which 
TFTs are to be formed, by plasma CVD or sputtering. Though not shown, a silicon nitride film being 25 to 100 nm, typ- 
ically 50 nm thick, and a silicon oxide film being 50 to 300 nm. typically 150 nm thick, are formed as the underlying film 
302. 

[0055] Alternatively, the underlying film 302 may be formed by stacking a silicon oxide nitride film which is produced 
from SiH 4 , NH 3 and N 2 0 by plasma CVD to a thickness of 10 to 200 nm (preferably 50 to 100 nm), and a silicon oxide 
nitride film which is similarly produced from SiH 4 and N 2 0 to a thickness of 50 to 200 nm (preferably 100 to 150 nm). 
[0056] Subsequently, an amorphous silicon film being 50 nm thick is formed on the underlying film 302 by plasma 
CVD. The amorphous silicon film should desirably be dehydrogenated by heating for several hours preferably at 400 to 
550 degrees centigrade though the conditions of the dehydrogenation depend also upon the hydrogen content of the 
deposited film, so as to decrease the hydrogen content to 5 atomic % or below, followed by the step of crystallization. 
Alternatively, an amorphous silicon film may well be formed by another producing method such as sputtering or vapor 
deposition, but impurity elements such as oxygen and nitrogen contained in the produced film should desirably be 
decreased sufficiently. 

[0057] Here, since both the underlying film and the amorphous silicon film can be produced by the plasma CVD, 
they may well be consecutively formed in vacuum. In this case, the substrate is not once exposed to the atmospheric 
air after the formation of the underlying film, whereby the contamination of the surface of the resulting substrate can be 
prevented to relieve the discrepancy of the characteristics of TFTs to-be-fabricated. 

[0058] The step of crystallizing the amorphous silicon film may well be implemented by a known technique such as 
laser annealing or thermal annealing. In this embodiment, a crystalline silicon film is formed in such a way that the light 
of a KrF excimer laser of pulse oscillation type is condensed into the shape of a lineal beam, with which the amorphous 



8 



EP 1 005 094 A2 



silicon film is irradiated. 

[0059] In the case of implementing the crystallization by the laser annealing, an excimer laser or argon laser of 
pulse oscillation type or continuous light emission type is used as a light source for the crystallization. The light source 
may well be constituted by the fundamental harmonic of the output of a YAG laser and the second harmonic, third har- 
monic and fourth harmonic thereof. In the case of employing the excimer laser of pulse oscillation type, the laser 
annealing is implemented by shaping the laser light into the lineal beam. Although the conditions of the laser annealing 
are properly selected by a person who controls the process, they are set at, for example, a laser pulse oscillation fre- 
quency of 30 Hz and a laser energy density of 100 to 500 mJ/cm 2 (typically, 300 to 400 mJ/cm 2 ). The lineal beam is 
projected over the whole substrate surface, and the overlap rate of the traces of the lineal beam on this occasion is set 
at 80 to 98 %. 

[0060] In this embodiment, the crystalline silicon film for semiconductor layers is formed from the amorphous silicon 
film. It is also allowed, however, to employ a microcrystalline silicon film or to directly form the crystalline silicon film. 
[0061] The crystalline silicon film thus formed is patterned into the semiconductor layers 303, 304 and 305 which 
are insular. 

[0062] Subsequently, the insular semiconductor layers 303, 304 and 305 are covered with a gate insulating film 306 
whose principal component is silicon oxide or silicon nitride. The gate insulating film 306 may be a silicon oxide nitride 
film which is formed from starting materials of N 2 0 and SiH 4 by plasma CVD to a thickness of 10 to 200 nm, preferably 
50 to 150 nm. Here, the silicon oxide nitride film is formed to a thickness of 100 nm. 

[0063] The gate insulating film 306 is overlaid with gate electrodes each of which is constituted by the first layer, 
second layer and third layer thereof. First, an electrically conductive layer (A) 307 and an electrically conductive layer 
(B) 308 are formed. The conductive layer (A) 307 may be formed of a material selected from the elements of Ti, Ta. W 
and Mo, and a compound containing any of the elements as its component may well be employed considering an elec- 
tric resistance and a thermal resistance. In addition, the thickness of the conductive layer (A) 307 needs to be set at 1 0 
to 100 nm, preferably 20 to 50 nm. Here, a Ti film is formed to a thickness of 50 nm by sputtering. 
[0064] It is important to control the thicknesses of the gate insulating film 306 and the conductive layer (A) 307. The 
reason therefor is that, at the step of first doping with an impurity as is carried out later, the impurity bestowing the n- 
conductivity type is passed through the gate insulating film 306 and the conductive layer (A) 307 so as to be introduced 
into the semiconductor layers 303, 305. In actuality, the conditions of the step of the first doping with the impurity are 
determined considering the thicknesses of the gate insulating film 306 and the conductive layer (A) 307, and the con- 
centration of the impurity element as a dopant. It has been previously confirmed that the semiconductor layers can be 
doped with the impurity element within the ranges of the thicknesses. However, when the thicknesses fluctuate 1 0 % or 
more from the original set values, the concentration of the dopant impurity lowers. 

[0065] The conductive layer (B) 308 should preferably be formed of a material selected from the elements of Al and 
Cu. This layer (B) 308 is provided in order to lower the electric resistances of the gate electrodes, and is formed to a 
thickness of 50 to 400 nm, preferably 100 to 200 nm. In case of employing the element Al, it is allowed to use pure Al 
or to use an Al alloy in which an element selected from the elements of Ti, Si and Sc is added 0.1 to 5 atomic %. On 
the other hand, in case of employing the element Cu, a silicon nitride film being 30 to 100 nm thick should preferably be 
provided on the surface of the gate insulating film 306 though not shown. 

[0066] Here, an Al film in which the element Sc is added 0.5 atomic % is formed to a thickness of 200 nm by sput- 
tering (Fig. 3A). 

[0067] At the next step, using a known patterning technique, a resist mask is formed, and the conductive layer (B) 
308 is partly removed. Here, since the conductive layer (B) 308 is formed of the Al film doped with 0.5 atomic % of Sc, 
the step of the removal is implemented by wet etching with a solution of phosphoric acid. Thus, the second layers 309, 
310, 31 1 , 312 of the gate electrodes are formed of the remaining parts of the conductive layer (B) as shown in Fig. 3B. 
Regarding the lengths of the second layers of the respective gate electrodes in the directions of the channel lengths of 
the corresponding TFTs, the length of each of the second layers 309, 31 0 of the gate electrodes constituting the CMOS 
circuit is set at 3 nm. and the length of each of the second layers 311, 312 of the gate electrodes constituting the mul- 
tigate structure of the pixel matrix circuit is set at 2 *im. 

[0068] The step of the removal can also be carried out by dry etching. However, the wet etching is more favorable 
for removing the unnecessary regions of the conductive layer (B) 308 without damaging the conductive layer (A) 307 
and with a good selectivity. 

[0069] Moreover, this embodiment is so constructed that a retention capacitance is provided on the side of the drain 
of the pixel TFT which constitutes the pixel matrix circuit On this occasion, the capacitance wiring line 31 3 of the reten- 
tion capacitance is formed of the same material as that of the conductive layer (B). 

[0070] Thereafter, a resist mask 31 4 is formed in a domain where the p-channel TFT is to be formed, and the step 
of the first doping with the impurity element bestowing the n-conductivity type is implemented. Phosphorus (P), arsenic 
(As), antimony (Sb), etc. are known as impurity elements which bestows the n-conductivity type on a crystalline semi- 
conductor material. Here, the element phosphorus is employed, and ion doping with phosphine (PH 3 ) is used for the 
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first doping. Since, at this step, the element phosphorus is passed through the gate insulating film 306 and the conduc- 
tive layer (A) 307 so as to dope the underlying semiconductor layers with this element, the acceleration voltage of the 
ion doping is set at a somewhat high voltage of 80 keV. The concentration of the element phosphorus to be introduced 
into the semiconductor layers as a dopant, should preferably be set within a range of 1 x 10 16 to 5 x 10 19 atoms/cm 3 . 
5 Here, the concentration is set at 1 x 10 18 atoms/cm 3 . Thus, regions 315, 316, 317, 318. 319, 320 doped with the ele- 
ment phosphorus are formed in the semiconductor layers (Fig. 3B). 

[0071] After removing the resist mask 314. an electrically conductive layer (C) 321 to become the third layers of the 
respective gate electrodes is formed in close contact with the conductive layer (A) 307, the second layers 309, 310. 31 1 , 
312 of the gate electrodes and the wiring line 313 of the retention capacitance. The conductive layer (C) 321 may be 
w formed of a material selected from the elements of 71, Ta, W and Mo. and a compound containing any of the elements 
as its component may well be employed considering an electric resistance and a thermal resistance. In addition, the 
thickness of the conductive layer (C) 321 needs to be set at 10 to 100 nm, preferably 20 to 50 nm. Here, a Ta film is 
formed to a thickness of 50 nm by sputtering (Fig. 3C). 

[0072] At the next step, using a known patterning technique, a resist mask is formed, and the conductive layer (C) 
15 321 and the conductive layer (A) 307 are partly removed. Here, the step of the removal is implemented by dry etching. 
The conditions of the dry etching of the conductive layer (C) 321 made of the element Ta are that CF4 and 02 are 
respectively introduced 80 SCCM and 20 SCCM, that a pressure of 100 mTorr is held, and that a high-frequency power 
of 500 W is supplied. On this occasion, the etching rate of the Ta film is 60 nm/minute. Besides, the conditions of the 
etching of the conductive layer (A) 307 made of the element Ti are that SiC! 4 , d 2 and BCI 3 are respectively introduced 
20 40 SCCM, 5 SCCM and 1 80 SCCM, that a pressure of 80 mTorr is held, and that a high-frequency power of 1 200 W is 
supplied. On this occasion, the etching rate of the Ti film is 34 nm/minute. 

[0073] A slight residue is sometimes observed after the etching, but it can be eliminated by washing the resulting 
substrate with a detergent SPX or a solution of EKC or the like. Under the above etching conditions, the etching rate of 
the gate insulating film 306 underlying the layers 321 and 307 is 18 to 38 nm/minute. Attention needs to be paid to the 

25 fact that, when the etching time period of the removal step is long, the gate insulating film 306 is etched excessively. 
[0074] Thus, the first layers 322, 323. 324, 325 of the respective gate electrodes and the third layers 327, 328, 329, 
330 thereof are formed. The first layer of each gate electrode and the third layer thereof are formed having equal lengths 
in the direction of the channel length. More specifically, the first layers 322, 323 of the corresponding gate electrodes 
and the third layers 327, 328 thereof have lengths of 6 nm. Besides, the first layers 324. 325 of the corresponding gate 

30 electrodes and the third layers 329. 330 thereof have lengths of 4 jim (Fig. 4A). 

[0075] In this way, the respective gate electrodes made up of the first layers, second layers and third layers are com- 
pleted. Besides, the retention capacitance is provided on the drain side of the pixel TFT constituting the pixel matrix cir- 
cuit. On this occasion, the wiring line portions 326, 331 of the retention capacitance are respectively formed from the 
conductive layer (A) and the conductive layer (C). 

35 [0076] Subsequently, as illustrated in Fig. 4B. resist masks 332, 333, 334, 335. 336 are formed so as to carry out 
the step of second doping with an impurity element bestowing the n-conductivity type. The step of the second doping 
is also implemented by ion doping with phosphine (PH 3 ). Also at this step, phosphorus as a dopant is passed through 
the gate insulating film 306 to be introduced into the underlying semiconductor layers, and hence, the acceleration volt- 
age of the ion doping is set at a somewhat high voltage of 80 keV. Thus, regions 337, 338. 339. 340, 341, 342, 343 

40 doped with the element phosphorus are formed. The concentration of the element phosphorus in these regions 337 
through 343 is higher than in the regions formed by the step of the first doping with the impurity element bestowing the 
n-conductivity type. The phosphorus concentration should preferably be set at 1 x 10 19 to 1 x 10 21 atoms/cm 3 . Here, it 
is set at 1 x 1 0 20 atoms/cm 3 . 

[0077] At this step, the lengths of the resist masks 332, 333, 334. 335 in the channel length direction are important 
45 for determining the structures of the respective TFTs. Especially in each of the n-channel TFTs. the part of the second 
impurity region lying under the gate electrode and the part thereof not lying under the gate electrode can be determined 
at will within a certain range in accordance with the length of the first and third layers of the gate electrode and the 
length of the resist mask. In this embodiment, the length of the first layer 322 and third layer 327 of the corresponding 
gate electrode is 6 jim, and that of the first layers 324, 325 and third layers 329. 330 of the corresponding gate elec- 
so trodes is 4 *im. Therefore, the resist mask 332 is set at a length of 9 ujti, and the resist masks 334, 335 are set at a 
length of 7 ^m. Of course, the individual lengths mentioned here are mere examples, and they may be determined con- 
sidering the drive voltages of the corresponding TFTs as explained before. 

[0078] Subsequently, domains where the n^channel TFTs are to be formed are covered with resist masks 344, 345 
so as to carry out the step of third doping at which only the domain where the p-channel TFT is to be formed is doped 
55 with an impurity element bestowing the p-conductivity type. Boron (B), aluminum (Al) and gallium (Ga) are known as 
impurity elements which bestows the p-conductivity type. Here, the impurity element boron is employed, and ion doping 
is implemented with diborane (B 2 H 6 ). Also in this case, the acceleration voltage of the ion doping is set at 80 keV so as 
to introduce the element boron at a concentration of 2 x 1 0 20 atoms/cm 3 . Thus, third impurity regions 346a. 346b, 347a, 
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347b doped with the element boron at high concentrations are formed as illustrated in Fig. 4C. Although the third impu- 
rity regions 346b, 347b contain the element phosphorus introduced by the preceding step, they are doped with the ele- 
ment boron at the concentration being double higher, so that no problem is involved (Fig. 4C). 

[0079] After the steps illustrated up to Fig. 4C have ended, the resist masks 344, 345 are removed so as to carry 
5 out the step of forming a first interlayer insulating film 374, as shown in Fig. 5. The first interlayer insulating film 374 is 
formed by a double-layer structure. Initially, a silicon nitride film 374a is formed to a thickness of 50 nm. The silicon 
nitride film 374a is formed by plasma CVD under the conditions that SiH 4 , NH 3 and N 2 are respectively introduced 5 
SCCM, 40 SCCM and 100 SCCM, that a pressure of 0.7 Torr is held, and that a high-frequency power of 300 W is sup- 
plied. Subsequently, a silicon oxide film 374b is formed to a thickness of 950 nm under the conditions that TEOS and 
io 0 2 are respectively introduced 500 SCCM and 50 SCCM, that a pressure of 1 Torr is held, and that a high-frequency 
power of 200 W is supplied. In this manner, the silicon nitride film 374a and the silicon oxide film 374b which are 1 \%m 
thick in total constitute the first interlayer insulating film 374. 

[0080] The silicon nitride film 374a formed here is necessary for carrying out the next step of heat treatment. In this 
embodiment, each gate electrode is formed into the clad structure as explained before. This structure is so constructed 

is that the second layer of the gate electrode formed of Al is enclosed with the first layer thereof formed of Ti and the third 
layer thereof formed of Ta. The element Ta is effective to prevent the element Al from forming a hillock and leaking to 
the surroundings, but it has the drawback that it is immediately oxidized when heated at or above 400 degrees centi- 
grade under the normal pressure. As a result, the electrical resistance of the third layer made of the element Ta 
increases. However, when the surface of the third layer is covered with the silicon nitride film 374a of the first interlayer 

20 insulating film 374, the oxidation is preventable. 

[0081] The step of the heat treatment needs to be implemented for activating the impurity elements bestowing the 
n-conductivity type and p-conductivity type as have been introduced at the respective concentrations. This step may be 
implemented by thermal annealing with an electric heating furnace, laser annealing with the excimer laser stated 
before, or rapid thermal annealing (RTA) with a halogen lamp. The laser annealing can activate the impurity elements 

25 at a lower substrate heating temperature, but it is difficult of activating them even in the regions concealed under the 
gate electrodes. Accordingly, the thermal annealing is employed here. Conditions in this case are a nitrogen atmos- 
phere, and a heating temperature of 300 to 700 degrees centigrade, preferably 350 to 550 degrees centigrade. Here, 
the heat treatment is carried out at 450 degrees centigrade for 2 hours. 

[0082] The first interlayer insulating film 374 is thereafter formed by patterning with contact holes which reach the 
30 source regions and drain regions of the respective TFTs. Further, source wiring lines 375, 376, 377 and drain wiring 
lines 378, 379 are formed. In this embodiment, each of the wiring lines has a triple-layer structure, not shown, which is 
formed in such a way that a Ti film being 100 nm thick, an Al film containing Ti and being 300 nm thick, and a Tl film 
being 150 nm thick are consecutively deposited by sputtering. 

[0083] In addition, a passivation film 380 is formed covering the source wiring lines 375, 376, 377 as well as the 
35 drain wiring lines 378, 379 and the first interlayer insulating film 374. The passivation film 380 is formed as a silicon 
nitride film to a thickness of 50 nm. Further, a second interlayer insulating film 381 made of an organic resin is formed 
to a thickness of about 1 000 nm. Usable as the organic resin are polyimide. acrylic resin, polyimidoamide, etc. The mer- 
its of the use of the organic resin film are that a method for forming the film is easy, that a parasitic capacitance can be 
lowered owing to the small dielectric constant of the organic resin, and that the flatness of the surface of the film is 
40 excellent Incidentally, it is possible to employ organic resins other than mentioned above. Here, polyimide of the type 
which is thermally polymerized after application on the substrate is employed, and it is baked at 300 degrees centi- 
grade. 

[0084] By the steps thus far described, the gate electrodes of the clad structure are formed, and the n-channel TFT 
of the CMOS circuit is formed with a channel forming region 348, first impurity regions 360, 361 , and second impurity 
45 regions 349a, 349b. 350a, 350b. Here, each of the parts 349a, 350a of the second impurity regions underlying the gate 
electrode has a length of 1.5 jim, while each of the parts 349b, 350b (LDD regions) of the second impurity regions not 
underlying the gate electrode has a length of 1.5 nm. Besides, the first impurity region 360 functions as the source 
region of the TFT, and the first impurity region 361 as the drain region. 

[0085] Likewise, the p-channel TFT of the CMOS circuit is formed with the gate electrode of the clad structure, and 
so it is formed with a channel forming region 362, and third impurity regions 363a, 363b, 364a, 364b. The third impurity 
regions 363a, 363b serve as the source region of the TFT, and the third impurity regions 364a, 364b as the drain region. 
[0086] In addition, the pixel TFTs of the pixel matrix circuit are formed with channel forming regions 365, 369, first 
impurity regions 368, 372, and second impurity regions 366, 367, 370, 371 . The second impurity regions can be divided 
into parts 366a, 367a, 370a, 371a underlying the corresponding gate electrodes, and parts 366b. 367b, 370b. 371b not 
55 underlying the gate electrodes. 

[0087] In this way, an active matrix substrate in which the CMOS circuit and the pixel matrix circuit are formed on 
the substrate 301 is fabricated as shown in Fig. 5. Besides, the retention capacitance is simultaneously formed on the 
drain side of the pixel TFT of the pixel matrix circuit. 
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[Embodiment 2] 

[0088] In this embodiment there will be described another aspect of performance in which a pixel matrix circuit, and 
a CMOS circuit being the basic form of a drive circuit to be provided around the pixel matrix circuit are fabricated simul- 
taneously in the same manner as in Embodiment 1. 

[0089] First, as in Embodiment 1 , the steps of Figs. 3A through 3C and Fig. 4A are carried out. 
[0090] Fig. 6A illustrates the state in which each of the gate electrodes is formed of the first layer, the second layer 
and the third layer. The substrate in this state is formed with resist masks 601 , 602, 603, 604, 605, and is subjected to 
the step of doping with an impurity element which bestows the n-conductivity type. Thus, first impurity regions 606, 607, 
608, 609, 610, 61 1 . 612 are formed (Fig. 6B). 

[0091] Each of the resist masks 601 , 602 formed here is in a shape in which an LDD region is formed on only the 
side of the drain region of the TFT In other words, that part of the resist mask which masks a second impurity region 
from above a gate insulating film is formed on only one side with respect to a channel forming region. 
[0092] The formation of such a resist mask is especially effective for the n-channel TFT of the CMOS circuit. Since 
the LDD region is formed on only one side, the series resistance component of the TFT is permitted to be substantially 
lowered, and the ON current thereof can be increased. 

[0093] Either of the GOLD structure and the LDD structure explained before is provided in order to mitigate a high 
electric field near the drain region of a TFT Insofar as the LDD region is formed on the drain side of the TFT, the effect 
of the mitigation is attained sufficiently. 

[0094] Further, resist masks 61 3, 61 4 are formed. As in Embodiment 1 , the step of doping with an impurity element 
which bestows the p-type conductivity type is carried out to form third impurity regions 61 5a t 61 5b, 61 6. The third impu- 
rity region 615a contains the impurity element bestowing the n-conductivity type as introduced by the preceding step 
(Fig. 6C). 

[0095] The succeeding steps may be implemented similarly to those of Embodiment 1. Thus, source wiring lines 
375, 376, 377 as well as drain wiring lines 378, 379, a passivation film 380, and a second interlayer insulating film 381 
made of an organic resin are formed. Then, an active matrix substrate shown in Fig. 7 is completed. More specifically 
the n-channel TFT of the CMOS circuit is formed with a channel forming region 61 7, first impurity regions 620, 621 , and 
second impurity regions 618, 619. Here, the second impurity region 619 consists of a part (GOLD region) 619a under- 
lying the corresponding gate electrode, and a part (LDD region) 619b not underlying the gate electrode. Besides, the 
first impurity region 620 serves as the source region of the TFT, and the first impurity region 621 as the drain region. 
[0096] The p-channel TFT of the CMOS circuit is formed with a channel forming region 622, and third impurity 
regions 624a, 624b, 623. The third impurity region 623 serves as the source region of the TFT, and the third impurity 
regions 624a. 624b as the drain region. The pixel TFTs of the pixel matrix circuit are formed with channel forming 
regions 625, 629, first impurity regions 628, 632, and second impurity regions 626, 627, 630, 631. The second impurity 
regions can be divided into parts 626a, 627a, 630a. 631a underlying the corresponding gate electrodes, and parts 
626b, 627b, 630b, 631b not underlying the gate electrodes. 

[Embodiment 3] 

[0097] In this embodiment, there will be described another aspect of performance in which a pixel matrix circuit, and 
a CMOS circuit being the basic form of a drive circuit to be provided around the pixel matrix circuit are fabricated simul- 
taneously in the same manner as in Embodiment 1 . 

[0098] First, as in Embodiment 1 , the steps of Figs. 3A through 3C are carried out. 

[0099] At the next step as illustrated in Fig. 8A. using a known patterning technique, resist masks 801. 802, 803, 
804, 805 are formed, and the conductive layer (C) 321 and the conductive layer (A) 307 are partly removed. Here, the 
step of the removal is implemented by dry etching as in Embodiment 1 . Thus, the first layers 851 , 852, 853, 854, 855 
of respective gate electrodes and the third layers 856, 857. 858, 859, 860 thereof are formed. The lengths of the first 
layer of each gate electrode and the third layer thereof in the channel length direction are set equal. The first layers 851 , 
852 of the gate electrodes of the CMOS circuit and the third layers 856, 857 thereof are formed longer than their final 
shapes and at lengths of 9 \im. Besides, the first layers 853. 854 of the gate electrodes of the pixel matrix circuit and 
the third layers 858. 859 thereof are similarly formed at lengths of 7 fim. 

[0100] Further, a retention capacitance is provided on the drain side of the pixel TFT of the pixel matrix circuit. On 
this occasion, the electrodes 855, 860 of the retention capacitance are respectively formed from the conductive layer 
(A) and the conductive layer (C). 

[0101] Thereafter, the step of second doping with an impurity element bestowing the n-conductivity type is carried 
out as in Embodiment 1 . At this step, phosphorus is introduced into the semiconductor layers through those parts of the 
gate insulating film with which the gate electrodes do not lie in contact, thereby to form regions 806, 807, 808, 811,812 
doped with the element phosphorus at a high concentration. After the end of this step, the resist masks 801 , 802, 803, 
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804, 805 are removed (Fig. 8A). 

[0102] Subsequently, a photoresist film is formed again, and the step of patterning based on the exposure of the 
photoresist film to light projected from the rear surface of the substrate. On this occasion, as illustrated in Fig. 8B, resist 
masks 813, 814, 815, 816, 817 are formed in self-alignment fashion with the respective gate electrodes serving as 
5 masks. The exposure from the rear surface is done by utilizing direct light and scattered light. The resist masks can be 
formed inside the peripheries of the upper surfaces of the gate electrodes as shown in Fig. 8B, by regulating the condi- 
tions of the exposure such as a light intensity and an exposure time. 

[0103] Using the resist masks 813, 814, 815, 816, 817, the non-masked parts of the third layers and first layers of 
the gate electrodes are removed by dry etching. The conditions of the dry etching are set as in Embodiment 1 . After the 

10 end of the etching, the resist masks 813, 814, 815, 816, 817 are removed. 

[01 04] Thus, the first layers 818, 819, 820, 821 of the gate electrodes, the third layers 823, 824, 825. 826 of the gate 
electrodes, and the wiring line portions 822, 827 of the retention capacitance are formed as shown in Fig. 8(C). Owing 
to the etching, the first layers 851 , 852 and third layers 856, 857 of the gate electrodes of the CMOS circuit are formed 
into lengths of 6 urn. Besides, the first layers 853, 854 and third layers 858, 859 of the gate electrodes of the pixel matrix 

15 circuit are similarly formed into lengths of 4 nm. 

[0105] Further, domains where the n-channel TFTs are to be formed are covered with resist masks 828, 829 so as 
to carry out the step of third doping with an impurity element which bestows the p-conductivrty type (Fig. 8C). 
[0106] The succeeding steps may be implemented similarly to those of Embodiment 1. Thus, an active matrix sub- 
strate shown in Fig. 5 can be fabricated. 

20 

[Embodiment 4] 

[01 07] In this embodiment, there will be described another aspect of performance in which a pixel matrix circuit, and 
a CMOS circuit being the basic form of a drive circuit to be provided around the pixel matrix circuit are fabricated simul- 
25 taneously in the same manner as in Embodiment 1. 

[0108] First, as in Embodiment 1, the steps of Figs. 3A through 3C are carried out. Thus, gate electrodes are 
formed as illustrated in Fig. 9C. 

[0109] At the next step, using a known patterning technique, resist masks are formed, and the conductive layer (C) 
321 and the conductive layer (A) 307 are partly removed. Here, the step of the removal is implemented by dry etching. 

30 The conditions of the dry etching of the conductive layer (C) 321 made of Ta are that CF 4 and 0 2 are respectively intro- 
duced 80 SCCM and 20 SCCM, that a pressure of 1 00 mTorr is held, and that a high-frequency power of 500 W is sup- 
plied. On this occasion, the etching rate of the Ta film is 60 nm/minute. Besides, the conditions of the etching of the 
conductive layer (A) 307 made of Ti are that SiCI 4 , Cl 2 and BCI 3 are respectively introduced 40 SCCM, 5 SCCM and 
180 SCCM, that a pressure of 80 mTorr is held, and that a high-frequency power of 1200 W is supplied. On this occa- 

35 sion, the etching rate of the Ti film is 34 nm/minute. 

[01 1 0] Thus, the first layers 322, 323, 324, 325 of the respective gate electrodes and the third layers 327, 328, 329, 
330 thereof are formed. The first layer of each gate electrode and the third layer thereof are formed having equal lengths 
in the direction of the channel length. More specifically, the first layers 322, 323 of the corresponding gate electrodes 
and the third layers 327, 328 thereof have lengths of 6 jim. Besides, the first layers 324, 325 of the corresponding gate 

40 electrodes and the third layers 329, 330 thereof have lengths of 4 u.m. 

[0111] Under the above etching conditions, the gate insulating film 306 formed of the silicon oxide nitride film is also 
etched. The etching rate of the film 306 is 18 nm/minute under the etching conditions of the Ta film. Usually, the etching 
is carefully carried out so as not to etch the gate insulating film. This phenomenon, however, can be positively utilized 
for thinning those parts of the gate insulating film with which the gate electrodes do not lie in contact. Such a contriv- 

45 ance can be immediately actualized merely by increasing an etching time period at the step of etching the gate elec- 
trodes. 

[0112] However, a gas to be used must be chosen yet for etching the gate insulating film. In this regard, a fluorine- 
based gas such as CF 4 or NF 3 produces a result better than that of a chlorine-based gas. 

[01 1 3] Here, the gate insulating film is etched with the gaseous mixture consisting of CF 4 and 0 2 as used for etch- 
so ing the Ta film. More specifically, the conditions of the etching are that CF 4 and 0 2 are respectively introduced 80 SCCM 
and 20 SCCM, that a pressure of 1 00 mTorr is held, and that a high-frequency power of 500 W is supplied. Thus, when 
the gate insulating film 306 formed to a thickness of 100 nm is etched for a time period of about 2.5 minutes, those parts 
of the gate insulating film with which the gate electrodes do not lie in contact can be thinned to a thickness of 50 nm as 
shown in Fig. 9A. 

55 [0114] As in Embodiment 1 , resist masks 332, 333, 334, 335, 336 are formed so as to carry out the step of second 
doping with an impurity element which bestows the n-conductivity type. On this occasion, the thickness of the gate insu- 
lating film is 50 nm in correspondence with regions 337, 338, 339, 340, 341, 342, 343 which are to be doped with the 
impurity element bestowing the n-conductivity type, and hence, the semiconductor layers can be efficiently doped with 
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the impurity element 

[01 1 5] Owing to the thinned gate insulating film, an acceleration voltage in ion doping can be lowered from 80 keV 
to 40 keV, and damages to the gate insulating film and the semiconductor layers can be relieved (Fig. 9B). 
[01 16] At the next step, as illustrated in Fig. 9C, resist masks 344, 345 are formed so as to carry out the step of 
doping with an impurity element which bestows the p-conductivity type. The parts of the gate insulating film lying in con- 
tact with regions 346a, 346b. 347a, 347b which are to be doped with the impurity bestowing the p-conductivity type are 
50 nm thick, so that an acceleration voltage in ion doping can be lowered from 80 keV to 40 keV, and the semiconductor 
layers can be efficiently doped with the impurity element. 

[0117] The other steps may be conformed to Embodiment 1. Thus, source wiring lines 375, 376, 377 as well as 
drain wiring lines 378. 379, a passivation film 380, and a second irrterlayer insulating film 381 made of an organic resin 
are formed. Then, an active matrix substrate shown in Fig. 10 is completed. More specifically, the n-channel TFT of the 
CMOS circuit is formed with a channel forming region 348, first impurity regions 360. 361 , and second impurity regions 
349, 350. Here, the second impurity regions are constituted by parts 349a. 350a underlying the gate electrode, and 
parts (LDD regions) 349b. 350b not underlying the gate electrode. Besides, the first impurity region 360 functions as 
the source region of the TFT, and the first impurity region 361 as the drain region. Likewise, the p-channel TFT of the 
CMOS circuit is formed with the gate electrode of the clad structure, and it is formed with a channel forming region 362, 
and third impurity regions 363a. 363b. 364a. 364b. The third impurity regions 363a. 363b serve as the source region of 
the TFT. and the third impurity regions 364a, 364b as the drain region. In addition, the pixel TFTs of the pixel matrix 
circuit are formed with channel forming regions 365, 369, first impurity regions 368, 372, and second impurity regions 
366a. 366b, 367a. 367b, 370a, 370b. 371a. 371b. The second impurity regions can be divided into the parts 366a, 
367a, 370a, 371a underlying the corresponding gate electrodes, and the parts 366b. 367b. 370b, 371b not underlying 
the gate electrodes. 

[Embodiment 5] 

[01 1 8J In this embodiment, the construction of the present invention will be described concerning a method in which 
a pixel matrix circuit, and a CMOS circuit being the basic form of a drive circuit to be provided around the pixel matrix 
circuit are fabricated simultaneously. 

[0119] Referring to Figs. 1 1 A through 1 1C. a substrate 1 101 is a non-alkaline glass substrate which is typified by, 
for example, 1737 Glass Substrate of Corning Incorporated. An underlying film 1102 is formed on that surface of the 
substrate 1 101 on which TFTs are to be formed, by plasma CVD or sputtering. Though not shown, a silicon nitride film 
being 25 to 1 00 nm, typically 50 nm thick, and a silicon oxide film being 50 to 300 nm, typically 1 50 nm thick, are formed 
as the underlying film 1 102. Alternatively, the underlying film 1 102 may well be made of only a silicon nitride film or a 
silicon oxide nitride film. 

[01 20] Subsequently, an amorphous silicon film being 50 nm thick is formed on the underlying film 1 1 02 by plasma 
CVD. The amorphous silicon film should desirably be dehydrogenated by heating for several hours preferably at 400 to 
550 degrees centigrade though the conditions of the dehydrogenation depend also upon the hydrogen content of the 
deposited film, so as to decrease the hydrogen content to 5 atomic % or below, followed by the step of crystallization. 
Alternatively, an amorphous silicon film may well be formed by another producing method such as sputtering or vapor 
deposition, but impurity elements such as oxygen and nitrogen contained in the produced film should desirably be 
decreased sufficiently. 

[0121] Here, both the underlying film and the amorphous silicon film are produced by the plasma CVD, and they 
may well be consecutively formed in vacuum on this occasion. The substrate is not once exposed to the atmospheric 
air after the formation of the underlying film, whereby the contamination of the surface of the resulting substrate can be 
prevented to relieve the discrepancy of the characteristics of TFTs to-be-fabricated. 

[0122] In this embodiment, a crystalline silicon film to be used as semiconductor layers is formed by thermal crys- 
tallization which employs a catalyst element. In the case of employing the catalyst element, it is desirable to apply the 
technique disclosed in the official gazette of Japanese Patent Application Laid-open No. 7-130652 (1995) or No. 8- 
78329(1996). 

[0123] Figs. 19A and 19B illustrate an example in the case where the technique disclosed in the official gazette of 
Japanese Patent Application Laid-open No. 7-130652 (1995) is applied to the present invention. A silicon oxide film 
1 902 is formed on a substrate 1 901 , and is overlaid with an amorphous silicon film 1 903. The surface of the amorphous 
silicon film 1903 is coated with a nickel acetate solution which contains 10 ppm of nickel in terms of weight, thereby to 
form a nickel containing layer 1904 (Fig. 19A). 

[0124] After the step of dehydrogenation at 500 degrees centigrade for one hour, a heat treatment is carried out at 
500 to 650 degrees centigrade for 4 to 12 hours, for example, at 550 degrees centigrade for 8 hours. Thus, a crystalline 
silicon film 1905 is formed (Fig. 19B). 

[0125] On the other hand, the technique disclosed in the official gazette of Japanese Patent Application Laid-open 
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No. 8-78329 (1996) is such that the selective crystallization of an amorphous silicon film is permitted by selectively 
introducing the catalyst element. Figs. 20A and 20B illustrate an example in the case of applying the technique to the 
present invention. 

[0126] First, a silicon oxide film 2002 and an amorphous silicon film 2003 are formed on a glass substrate 2001 , 
and a silicon oxide film 2004 is consecutively formed. On this occasion, the thickness of the silicon oxide film 2004 is 
set at 150 nm. 

[0127] Secondly, the silicon oxide film 2004 is patterned so as to form openings 2005 in selected parts. Thereafter, 
the surface of the resulting glass substrate is coated with a nickel acetate solution which contains 10 ppm of nickel in 
terms of weight. Thus, a nickel containing layer 2006 is formed, and it lies in contact with the amorphous silicon film 
2003 at only the bottoms of the openings 2005 (Fig. 20A). 

[0128] Subsequently, a heat treatment is carried out at 500 to 650 degrees centigrade for 4 to 24 hours, for exam- 
ple, at 570 degrees centigrade for 14 hours, thereby to form a crystalline silicon film 2007. In the course of the crystal- 
lization, the parts of the amorphous silicon film 2003 having been contacted by the nickel containing layer 2006 is 
initially crystallized, and the crystallization proceeds laterally from the parts. The crystalline silicon film 2007 thus 
formed is an aggregate of rod or needle crystals. Since the individual crystals have been grown with a specific direc- 
tionality when macroscopically viewed, the film 2007 has the merit of uniform crystallinity (Fig. 20B). 
[0129] By the way, the catalyst elements usable in the two techniques include iron (Fe), palladium (Pd), tin (Sn), 
lead (Pb), cobalt (Co), platinum (Pt), copper (Cu) and gold (Au), in addition to nickel (Ni). 

[0130] The crystalline silicon film is formed using the technique as explained above, and is patterned. Then, the 
semiconductor layers 1 103, 1 104, 1 105 shown in Fig. 1 1 A can be formed. 

[0131] There will also been described an example in which a crystalline silicon film is formed using a catalyst ele- 
ment, followed by the step of gettering for removing the catalyst element from the crystalline silicon film. 
[0132] This example is such a technique that the catalyst element employed for the crystallization of an amorphous 
silicon film is removed after the crystallization by utilizing the gettering action of phosphorus. Owing to the technique, 
the concentration of the catalyst element in the crystalline silicon film can be lowered to 1 x 10 17 atoms/cm 3 or less, 
preferably 1 x 10 16 atoms/cm 3 . 

[0133] Fig. 21 A illustrates a state where a subbing film 2102 and a crystalline silicon film 2103 are formed on a sub- 
strate. Besides, a masking silicon oxide film 2104 is formed on the surface of the crystalline silicon film 2103 to a thick- 
ness of 150 nm, and it is provided with openings by patterning so as to form the exposed parts of the crystalline silicon 
film 2103. Further, the step of introducing the element phosphorus is implemented, whereby the crystalline silicon film 
2103 is provided with regions 2105 doped with the element phosphorus. 

[0134] In this state, the substrate is heat-treated in a nitrogen atmosphere at 550 to 800 degrees centigrade for 5 
to 24 hours, for example, at 600 degrees centigrade for 12 hours. Then, the regions 2105 of the crystalline silicon film 
2103 doped with the element phosphorus act as gettering sites, and the catalyst element remaining in the crystalline 
silicon film 2103 can be segregated into the regions 2105 doped with the element phosphorus. 
[0135] The masking silicon oxide film 2104 and the regions 2105 doped with the element phosphorus are etched 
and removed, thereby to obtain a crystalline silicon film in which the concentration of the catalyst element used at the 
step of crystallization is lowered to 1 x 10 17 atoms/cm 3 or less. This crystalline silicon film is usable for the semiconduc- 
tor layers 1 103. 1 104, 1 105 shown in Fig. 1 1 A. 

[01 36] Subsequently, the insular semiconductor layers 1 1 03, 1 1 04 and 1 1 05 are covered with a gate insulating film 
1 106 whose principal component is silicon oxide or silicon nitride. The gate insulating film 1 106 may be a silicon oxide 
nitride film which is formed from starting materials of N 2 0 and SiH 4 by plasma CVD to a thickness of 1 0 to 200 nm, pref- 
erably 50 to 150 nm. Here, the silicon oxide nitride film is formed to a thickness of 100 nm. 

[0137] Thereafter, the gate insulating film 1 106 is overlaid with an electrically conductive layer (A) 1 107 which forms 
the first layers of gate electrodes, and an electrically conductive layer (B) 1 108 which forms the second layers of the 
gate electrodes. The conductive layer (A) 1 107 may be formed of a material selected from the elements of Ti, Ta, W and 
Mo, and a compound containing any of the elements as its component may well be employed considering an electric 
resistance and a thermal resistance. In addition, the thickness of the conductive layer (A) 1 107 needs to be set at 10 to 
100 nm, preferably 20 to 50 nm. Here, a Ti film is formed to a thickness of 50 nm by sputtering. 
[0138] The conductive layer (B) 1108 for forming the second layers of the gate electrodes should preferably be 
formed of a material selected from the elements of Al and Cu. This layer (B) 1 108 is provided in order to lower the elec- 
tric resistances of the gate electrodes, and is formed to a thickness of 50 to 400 nm, preferably 100 to 200 nm. In case 
of employing the element Al, it is allowed to use pure Al or to use an Al alloy in which an element selected from the ele- 
ments of Ti, Si and Sc is added 0.1 to 5 atomic %. On the other hand, in case of employing the element Cu, a silicon 
nitride film being 30 to 1 00 nm thick should preferably be provided on the surface of the gate insulating film 1 1 06 though 
not shown. 

[0139] Here, an Al film in which the element Sc is added 0.5 atomic % is formed to a thickness of 200 nm by sput- 
tering (Fig. 11 A). 
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[0140] At the next step, using a known patterning technique, a resist mask is formed, and the conductive layer (B) 
1 108 is partly removed. Here, since the conductive layer (B) 1 108 is formed of the Al film doped with 0.5 atomic % of 
Sc. the step of the removal is implemented by wet etching with a solution of phosphoric acid. Thus, the second layers 
1 109. 1 11 0. 1 1 1 1 , 1 1 12 of the gate electrodes are formed as shown in Fig. 1 1 B. Regarding the lengths of the second 
layers of the respective gate electrodes in the directions of the channel lengths of the corresponding TFTs. the length 
of each of the second layers 1 109, 1 1 10 of the gate electrodes constituting the CMOS circuit is set at 3 jim, and the 
length of each of the second layers 1 1 1 1 . 1 1 1 2 of the gate electrodes constituting the multigate structure of the pixel 
matrix circuit is set at 2 urn. 

[01 41 ] Moreover, this embodiment is so constructed that a retention capacitance is provided on the side of the drain 
of the pixel TFT which constitutes the pixel matrix circuit. On this occasion, the capacitance wiring line 1 1 13 of the 
retention capacitance is formed of the same material as that of the conductive layer (B). 

[0142] Thereafter, the step of first doping with an impurity element bestowing the n-conductivity type is imple- 
mented. Here, phosphorus is employed, and ion doping with phosphine (PH 3 ) is used for the first doping. Since, at this 
step, the element phosphorus is passed through the gate insulating film 1 106 and the conductive layer (A) 1 107 so as 
to dope the underlying semiconductor layers 1103. 1104, 1105 with this element, the acceleration voltage of the ion 
doping is set at a somewhat high voltage of 80 keV. The concentration of the element phosphorus to be introduced into 
the semiconductor layers as a dopant, should preferably be set within a range of 1 x 10 16 to 5 x 10 19 atoms/cm 3 . Here, 
the concentration is set at 1 x 10 18 atoms/cm 3 . Thus, regions 1 1 14. 1 1 15, 1 1 16, 1 1 17, 1 1 18. 1 1 19, 1 120. 1121 doped 
with the element phosphorus are formed in the semiconductor layers (Fig. 1 1 B). 

[0143] Subsequently, domains where the n-channel TFTs are to be formed are covered with resist masks 1 122, 
1 123 so as to carry out the step of third doping at which only the domain where the p-channel TFT is to be formed is 
doped with an impurity element bestowing the p-conductivrty type. Here, boron is employed as the impurity element, 
and ion doping is implemented with diborane (B2H 6 ). Also in this case, the acceleration voltage of the ion doping is set 
at 80 keV so as to introduce the element boron at a concentration of 2 x 1020 atoms/cm 3 . Thus, third impurity regions 
1 124, 1 125 doped with the element boron at a high concentration are formed as illustrated in Fig. 1 1 C. 
[0144] After removing the resist masks 1 122, 1 123, an electrically conductive layer (C) 1 126 to become the third 
layers of the respective gate electrodes is formed in close contact with the conductive layer (A) 1 107, the second layers 
1 1 09. 1110. 1111, 1 1 1 2 of the gate electrodes and the wiring line 1 1 1 3 of the retention capacitance. The conductive 
layer (C) 1 126 may be formed of a material selected from the elements of Ti, Ta, W and Mo, and a compound containing 
any of the elements as its component may well be employed considering an electric resistance and a thermal resist- 
ance. In addition, the thickness of the conductive layer (C) 1 126 needs to be set at 10 to 100 nm, preferably 20 to 50 
nm. Here, an Mo - W film is formed to a thickness of 50 nm by sputtering (Fig. 1 2A). 

[0145] At the next step, using a known patterning technique, resist masks are formed, and the conductive layer (C) 
1 126 and the conductive layer (A) 1 107 are partly removed. Here, the step of the removal is implemented by dry etch- 
ing. The conditions of the dry etching of the conductive layer (C) 1 1 26 made of the Mo - W film are that Cl 2 is introduced 
80 SCCM, that a pressure of 10 mTorr is held, and that a high-frequency power of 350 W is supplied. On this occasion, 
the etching rate of the Mo - W film is 50 nm/minute. Besides, the conditions of the etching of the conductive layer (A) 
1107 made of the element Ti are that SiCI 4 , Cl 2 and BCI 3 are respectively introduced 40 SCCM, 5 SCCM and 180 
SCCM, that a pressure of 80 mTorr is held, and that a high-frequency power of 1200 W is supplied. On this occasion, 
the etching rate of the Ti film is 34 nm/minute. 

[0146] A slight residue is sometimes observed after the etching, but it can be eliminated by washing the resulting 
substrate with a detergent SPX or a solution of EKC or the like. Under the above etching conditions, the etching rate of 
the gate insulating film 1 106 underlying the layers 1 126 and 1 107 is 18 to 38 nm/minute. Attention needs to be paid to 
the fact that, when the etching time period of the removal step is long, the gate insulating film 1 106 is etched exces- 
sively. 

[0147] Thus, the first layers 1 127, 1 128, 1 129, 1 130 of the respective gate electrodes and the third layers 1 132, 
1 1 33, 1 1 34, 1 1 35 thereof are formed. The first layer of each gate electrode and the third layer thereof are formed having 
equal lengths in the direction of the channel length. More specifically, the first layers 1127, 1 128 of the corresponding 
gate electrodes and the third layers 1 1 32, 1 1 33 thereof have lengths of 6 jim. Besides, the first layers 1 1 29, 1 1 30 of the 
corresponding gate electrodes and the third layers 1 134. 1 135 thereof have lengths of 4 |im (Fig. 12B). 
[0148] Besides, the retention capacitance is provided on the drain side of the pixel TFT constituting the pixel matrix 
circuit. On this occasion, the electrode portions 1131, 1 136 of the retention capacitance are respectively formed from 
the conductive layer (A) and the conductive layer (C). 

[0149] Subsequently, as illustrated in Fig. 12C, resist masks 1137, 1138, 1139, 1140. 1141 are formed so as to 
carry out the step of second doping with an impurity element bestowing the n-conductivity type. Here, the step is imple- 
mented by ion doping with phosphine (PH 3 ). Also at this step, phosphorus as a dopant is passed through the gate insu- 
lating film 1 106 to be introduced into the underlying semiconductor layers, and hence, the acceleration voltage of the 
ion doping is set at a somewhat high voltage of 80 keV. Thus, regions 1 142, 1 143, 1 144, 1 145, 1 146. 1 147, 1 148 doped 
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with the element phosphorus are formed. The concentration of the element phosphorus in these regions 1 142 to 1 148 
is higher than in the regions formed by the step of the first doping with the impurity element bestowing the n-conductivity 
type. The phosphorus concentration should preferably be set at 1 x 10 20 to 1 x 10 21 atoms/cm 3 . Here, it is set at 1 x 
10 20 atoms/cm 3 . 

5 [0150] At this step, the lengths of the resist masks 1137, 1138, 1139, 1140 in the channel length direction are 
important for determining the structures of the respective TFTs. Especially in each of the n-channel TFTs, the part of 
the second impurity region lying under the gate electrode and the part thereof not lying under the gate electrode can be 
determined at will within a certain range in accordance with the length of the first and third layers of the gate electrode 
and the length of the resist mask. In this embodiment, the length of the first layers 1 127, 1 128 and third layers 1 132, 

w 1 1 33 of the corresponding gate electrode is 6 *im, and that of the first layers 1 1 29, 1 1 30 and third layers 1134,1135 of 
the corresponding gate electrodes is 4 nm. Therefore, the resist masks 1 137, 1 138 are set at a length of 9 fxm, and the 
resist masks 1 139, 1 140 are set at a length of 7 um. 

[0151] After the steps illustrated up to Fig. 12C have ended, the resist masks 1137, 1138, 1139, 1140, 1141 are 
removed so as to carry out the step of forming a first interlayer insulating film 1 1 68, as shown in Fig. 1 3. The first inter- 
ns layer insulating film 1 168 is formed by a double-layer structure. Initially, a silicon nitride film is formed to a thickness of 
50 nm. The silicon nitride film is formed by plasma CVD under the conditions that SiH 4 , NH 3 and N 2 are respectively 
introduced 5 SCCM, 40 SCCM and 100 SCCM, that a pressure of 0.7 Torr is held, and that a high-frequency power of 
300 W is supplied. Subsequently, a silicon oxide film is formed to a thickness of 950 nm under the conditions that TEOS 
and 0 2 are respectively introduced 500 SCCM and 50 SCCM, that a pressure of 1 Torr is held, and that a high-fre- 
20 quency power of 200 W is supplied. Accordingly, the silicon nitride film and the silicon oxide film which are 1 nm thick 
in total constitute the first interlayer insulating film 1 168. 

[0152] The step of heat treatment needs to be implemented for activating the impurity elements bestowing the n- 
conductivity type and p-conductivity type as have been introduced at the respective concentrations. This step may be 
implemented by thermal annealing with an electric heating furnace, laser annealing with the excimer laser stated 

25 before, or rapid thermal annealing (RTA) with a halogen lamp. The laser annealing can activate the impurity elements 
at a lower substrate heating temperature, but it is difficult of activating them even in the regions concealed under the 
gate electrodes. Accordingly, the thermal annealing is employed here. Conditions in this case are a nitrogen atmos- 
phere, and a heating temperature of 300 to 700 degrees centigrade, preferably 350 to 550 degrees centigrade. Here, 
the heat treatment is carried out at 450 degrees centigrade for 2 hours. 

30 [01 53] The first interlayer insulating film 1 1 68 is thereafter formed by patterning with contact holes which reach the 
source regions and drain regions of the respective TFTs. Further, source wiring lines 1 1 69, 1 1 70, 1 1 71 and drain wiring 
lines 1 172, 1 173 are laid. In this embodiment, each of the wiring lines has a triple-layer structure, not shown, which is 
formed in such a way that a Tl film being 100 nm thick, an Al film containing Ti and being 300 nm thick, and a Ti film 
being 150 nm thick are consecutively deposited by sputtering. 

35 [0154] In addition, a passivation film 1 174 is formed covering the source wiring lines 1 169, 1 170, 1 171 as well as 
the drain wiring lines 1 1 72, 1 1 73 and the first interlayer insulating film 1 1 68. The passivation film 1 1 74 is formed as a 
silicon nitride film to a thickness of 50 nm. Further, a second interlayer insulating film 1 1 75 made of an organic resin is 
formed to a thickness of about 1000 nm. Usable as the organic resin are polyimide, acrylic resin, pofyimidoamide, etc. 
The merits of the use of the organic resin film are that a method for forming the film is easy, that a parasitic capacitance 

40 can be lowered owing to the small dielectric constant of the organic resin, and that the flatness of the surface of the film 
is excellent. Incidentally, it is possible to employ organic resins other than mentioned above. Here, polyimide of the type 
which is thermally polymerized after application on the substrate is employed, and it is baked at 300 degrees centi- 
grade. 

[0155] By the steps thus far described, the gate electrodes of the clad structure are formed, and the n-channel TFT 
45 of the CMOS circuit is formed with a channel forming region 1 149, first impurity regions 1 152, 1 153, and second impu- 
rity regions 1 1 50a, 1 1 50b, 1 1 51 a, 1 1 5 1 b. Here, each of the parts 1 1 50a, 1151a (GOLD regions) of the second impurity 
regions underlying the gate electrode has a length of 1.5 nm, while each of the parts 1150b, 1 151b (LDD regions) of 
the second impurity regions not underlying the gate electrode has a length of 1 .5 p.m. Besides, the first impurity region 
1 152 serves as the source region of the TFT, and the first impurity region 1 153 as the drain region. 
so [01 56] Likewise, the p-channel TFT of the CMOS circuit is formed with the gate electrode of the clad structure, and 
it is formed with a channel forming region 1 1 54, and third impurity regions 1 1 55a, 1 1 55b, 1 1 56a, 1 1 56b. The third impu- 
rity regions 1 155a, 1 155b serve as the source region of the TFT, and the third impurity regions 1 156a, 1 156b as the 
drain region. 

[01 571 In addition, the pixel TFTs of the pixel matrix circuit are formed with channel forming regions 1157,1161, first 
55 impurity regions 1160, 1164, and second impurity regions 1158, 1159, 1162, 1163. The second impurity regions here 
consist of subregions 1158a, 1159a, 1162a, 1163a underlying the corresponding gate electrodes, and subregions 
1 1 58b, 1 1 59b, 1 1 62b, 1 1 63b not underlying the gate electrodes. 

[0158] In this way, an active matrix substrate in which the CMOS circuit and the pixel matrix circuit are formed on 
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the substrate 1101 is fabricated as shown in Fig. 13. Besides, the retention capacitance is simultaneously formed on 
the drain side of the n-channel TFT of the pixel matrix circuit. 

[Embodiment 6] 

[0159] In this embodiment, there will be described a process in which an active matrix type liquid crystal display 
device is produced from the active matrix substrate fabricated in Embodiment 1 . 

[0160] In the active matrix substrate in the state illustrated in Fig. 5, a light shield film 1601 and a thiid interlayer 
insulating film 1602 are formed on the second interlayer insulating film 381 as shown in Fig. 16A. The light shield film 

1601 may be formed of an organic resin film containing a pigment, or a metal film made of 71, Cr or the like. The third 
interlayer insulating film 1602 is formed of an organic resin film made of polyimide or the like. Besides, the third inter- 
layer insulating film 1602 and the second interlayer insulating film 381 are formed with a contact hole reaching the drain 
wiring line 379, and a pixel electrode 1603 is formed through the contact hole. A transparent conductive film may be 
employed for the pixel electrode 1603 in a case where the liquid crystal display device is of transmission type, and a 
metal film in a case where the liquid crystal display device is of reflection type. Here, in order to manufacture the trans- 
mission type liquid crystal display device, the pixel electrode 1 603 is formed in such a way that an indium tin oxide (ITO) 
film is deposited on the third interlayer insulating film 1 602 to a thickness of 1 00 nm by sputtering. 

[0161] The material of the transparent conductive film is etched with a solution based on hydrochloric acid. Since, 
however, the etching of the material ITO is liable to produce a residue, an indium oxide (ln 2 0 3 ) - zinc oxide (ZnO) alloy 
may well be employed for bettering the processibility of the etching. The indium oxide - zinc oxide alloy has the features 
of endowing the film with an excellent surface smoothness, and exhibiting a thermal stability superior to that of the 
material ITO. Likewise, zinc oxide (ZnO) is a suitable material. Further, a material (ZnO.Ga) in which zinc oxide is doped 
with gallium (Ga), etc. can be employed in order to attain a higher transmittance for visible light and a higher electric 
conductivity. 

[0162] Subsequently, as shown in Fig. 16B, an orientation film 1604 is formed on the third interlayer insulating film 

1602 and the pixel electrode 1603. Usually, a polyimide resin is often used for the orientation film of a liquid crystal dis- 
play element. A substrate 1605 on a side opposite to the active matrix substrate is formed with a transparent conductive 
film 1606 and an orientation film 1607. After having been formed, each orientation film is subjected to rubbing so that 
liquid crystal molecules may be oriented in parallel with a certain predetermined pretilt angle. 

[0163] The active matrix substrate which has been formed with the pixel matrix circuit and the CMOS circuit via the 
above steps, is fastened to the opposite substrate 1605 through sealing members (not shown), spacers (not shown), or 
the likes by a known cell assemblage step. Thereafter, a liquid crystal material 1608 is poured between both the sub- 
strates, and the resulting structure is completely sealed with a sealant (not shown). Then, the active matrix type liquid 
crystal display device shown in Fig. 16B is finished up. 

[0164] Next, the construction of the active matrix type liquid crystal display device in this embodiment will be 
described with reference to Fig. 14 and Figs. 15A and 15B. Fig. 14 is a perspective view of the active matrix type liquid 
crystal display device in this embodiment. The active matrix substrate includes a pixel matrix circuit 1401 , a scanning 
(gate) line drive circuit 1402 and a data (source) line drive circuit 1403 which are formed on a glass substrate 301 . The 
pixel TFT 1400 of the pixel matrix circuit 1401 is an n-channel TFT (of double-gate structure), and the drive circuits 
1402, 1403 provided around the pixel matrix circuit 1401 are constructed on the basis of CMOS circuits. The scanning 
(gate) line drive circuit 1402 and the data (source) line drive circuit 1403 are respectively connected to the pixel matrix 
circuit 1 40 1 by gate wiring lines 1 502 and source wiring lines 1 503. 

[0165] Fig. 15A is a top plan view showing the pixel matrix circuit 1401. and corresponding substantially to one 
pixel. The pixel matrix circuit includes the n-channel TFT being the pixel TFT. A gate electrode 1520 which is formed in 
continuation to the gate wiring line 1502. intersects a semiconductor layer 1501 which underlies the gate electrode 
1520 through a gate insulating film, not shown. The semiconductor layer is formed with a source region, a drain region 
and a first impurity region though these regions are not shown. Besides, on the drain side of the pixel TFT, a retention 
capacitance 1507 is formed from the semiconductor layer, the gate insulating film, and an electrode made of the same 
material as the gate electrode 1520. A capacitance wiring line 1521 which is connected to the retention capacitance 
1507. is laid in parallel with the gate wiring line 1502. Incidentally, a sectional structure taken along line A - A' indicated 
in Fig. 1 5A is as shown by the sectional view of the pixel matrix circuit in Fig. 5. 

[0166] On the other hand, in the CMOS circuit shown in Fig. 15B, gate electrodes 1513. 1514 extended from a gate 
wiring line 1515 intersect respective semiconductor layers 1510, 1512 which underlie the corresponding gate elec- 
trodes 1513,1514 through the gate insulating film, not shown. Although no illustration is made, the semiconductor layer 
of the n-channel TFT of the CMOS circuit is similarly formed with a source region, a drain region and first impurity 
regions. Also, the semiconductor layer of the p-channel TFT of the CMOS circuit is formed with a source region and a 
drain region. Regarding the positional relationships among these regions, a sectional structure taken along line B - B' 
indicated in Fig. 15B is as shown by the sectional view of the CMOS circuit in Fig. 5. 
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[01 67] In this embodiment, the pixel TFT 1 400 is of the double-gate structure, but it may well be a single-gate struc- 
ture or a multigate structure such as triple-gate structure. The structure of the active matrix substrate in the present 
invention is not restricted to the structure in this embodiment. The present invention features the structure of the gate 
electrode, and the configuration of the source region, drain region and other impurity regions of the semiconductor layer 
5 which is provided under the gate electrode through the gate insulating film. Therefore, a person who designs the active 
matrix substrate may properly determine any other constructional point. 

[0168] An active matrix substrate for manufacturing the active matrix type liquid crystal display device explained in 
this embodiment is not restricted to one explained in Embodiment 1 , but it may well be any of the active matrix sub- 
strates in Embodiments 2 to 5 and an active matrix substrate fabricated in accordance with a process to be explained 
10 in Embodiment 7 below. 

[Embodiment 7] 

[0169] In this embodiment, there will be described a process in which the step of gettering is omitted from the 
is method of fabricating the active matrix substrate explained in Embodiment 5. In Embodiment 5, the semiconductor lay- 
ers 1 103, 1 104, 1 105 shown in Fig. 1 1 A are the crystalline silicon films produced by the catalyst element. On this occa- 
sion, the catalyst element used at the step of crystallization remains in the semiconductor layers, and hence, the step 
of gettering should desirably be implemented. Embodiment 5 employs the process in which, after the crystalline silicon 
films have been produced, they are partly doped with phosphorus so as to getter the remaining catalyst element. Here 
20 in Embodiment 7, the catalyst element is removed from the channel forming regions of the TFTs by the process below, 
without implementing the gettering step. 

[0170] Here, the steps illustrated in Figs. 1 1 A through 12C are carried out as they are. Thereafter, the resist masks 
1137, 1138. 1139, 1140, 1141 are removed. 

[0171] Inthiscase, the first impurity regions 1152, 1153, 1160, 1 164 of the n-channel TFTs are doped with the ele- 
25 ment phosphorus. Besides, the third impurity regions 1 155b, 1 1 56b of the p-channel TFT are similarly doped with the 
element phosphorus. According to Embodiment 5. the concentration of the element phosphorus is 1 x 1 0 20 to 1 x 1 0 21 
atoms/cm 3 on this occasion. 

[0172] In this state, the gate insulating film and the gate electrodes are covered with a silicon nitride film 1 180 as 
illustrated in Fig. 22. The silicon nitride film 1 1 80 is formed to a thickness of 1 0 to 1 00 nm, here 50 nm, by plasma CVD. 

30 This silicon nitride film 1 1 80 may well be substituted by a silicon oxide nitride film. 

[0173] In Embodiment 5, the third layers of the respective gate electrodes are made of Mo - W. Alternatively, they 
may well be made of Ti t Ta, Mo, W or the like. These materials are oxidized comparatively easily by a heat treatment 
which is executed under the atmospheric pressure or while nitrogen is being purged. In such a situation, the oxidation 
can be prevented by covering the surfaces of the third layers with the silicon nitride film 1 180. 

35 [0174] In this state, the resulting substrate is subjected to the step of heat treatment in a nitrogen atmosphere at 
400 to 800 degrees centigrade for 1 to 24 hours, for example, at 600 degrees centigrade for 12 hours. Owing to this 
step, the introduced impurity elements bestowing the n-conductivity type and the p-conductivity type can be activated. 
Further, the regions doped with the element phosphorus act as gettering sites, and the catalyst element having 
remained after the step of the crystallization can be segregated. As a result, the catalyst element can be removed from 

40 the channel forming regions. Consequently, the effect of decreasing OFF currents can be brought forth in the TFTs fin- 
ished up. 

[0175] After the end of the step shown in Fig. 22, the succeeding steps conform to those of Embodiment 5 so as to 
form the first interlayer insulating film, the source wiring lines as well as the drain wiring lines, the passivation film, and 
the second interlayer insulating film as shown in Fig. 13. Then, the active matrix substrate can be fabricated. 

45 

[Embodiment 8] 

[0176] In this embodiment, another example of the circuit arrangement of the CMOS circuit shown in Fig. 1 will be 
described with reference to Figs. 23A, 23B and 23C. Incidentally, terminal portions a, b. c, d in a circuit diagram of an 
so inverter circuit in Fig. 23A and ones in a top plan view of the inverter circuit in Fig. 23B correspond to each other, respec- 
tively. 

[0177] The inverter circuit shown in Fig. 23A is constructed as illustrated by the top plan view in Fig. 23B. Further, 
the structure of an A - A' section indicated in Fig. 23B is constructed of gate electrodes 2409, 2409*, the source wiring 
line 241 1 of the n-channel TFT of the CMOS circuit, the source wiring line 2414 of the p-channel TFT thereof, and the 
55 common drain wiring line 2413 of the TFTs thereof, as seen from Fig. 23C. Here, the gate electrodes 2409, 2409* are 
depicted in a state where the first layers 2408, 2408' of the respective gate electrodes, the second layers 2409, 2409* 
thereof and the third layers 2410, 2410' thereof are united. 

[0178] The n-channel TFT of the inverter circuit includes second impurity regions 2402a, 2402b. More specifically. 
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the second impurity regions consist of the part 2402a which the gate electrode 2409 overlaps, and the part (LDD 
region) 2402b which the gate electrode 2409 does not overlap. Such a structure may be provided on only the drain side 
of the n-channel TFT. The p-channel TFT does not include such impurity regions. 

5 [Embodiment 9] 

[0179] Nematic liquid crystals and various other liquid crystals can be employed tor the liquid crystal display 
devices of the present invention as described above. By way of example, it is possible to employ liquid crystals dis- 
closed in H. Furue et al., Characteristics and Driving Scheme of Polymer-Stabilized Monostable FLCD Exhibiting Fast 
10 Response Time and High Contrast Ratio with Gray-Scale Capability, SID, 1998; T. Yoshida et al., A Full-Color Thresh- 
oldless Antiferroelectric LCD Exhibiting Wide Viewing Angle with Fast Response Time, 841, SID DIGEST, 1997; S. Inui 
et al., Thresholdless antiferroelectricity in liquid crystals and its application to displays, 671-673. J. Mater. Chem. 6(4), 
1996; and U. S. Patent No. 5.594,569. 

[0180] Fig. 24 illustrates the electrooptic characteristics of a monostable FLC (ferroelectric liquid crystal) obtained 
is by employing an FLC which exhibits an isotropic phase-cholesteric phase-chiral smectic C phase transition series, 
inducing a cholesteric phase-chiral smectic C phase transition while a DC voltage is kept applied to the employed FLC. 
and bringing a cone edge into substantial agreement with a rubbing direction. A display mode based on the ferroelectric 
liquid crystal as shown in Fig. 24 is called the Half-V shape switching mode. The axis of ordinates of the graph shown 
in Fig. 24 represents a transmittance (in an arbitrary unit), while the axis of abscissas represents an applied voltage. 
20 The Half-V shape switching mode is detailed in Half-V shape switching mode FLCD by Terada et al.. Collection of Pre- 
liminary Lecture Manuscripts for 46th Associated Lecture Meeting on Applied Physics, March 1999, p. 1316; and Time- 
Division Full-Color LCD employing Ferroelectric Liquid Crystal by Yoshihara et al.. Liquid Crystals, Vol. 3, No. 3, p. 190. 
[0181 ] It is understood from Fig. 24 that a low voltage drive and a gradation display are realized with such a mixed 
ferroelectric liquid crystal. The ferroelectric liquid crystal exhibiting the above electrooptic characteristics is also appli- 
es cable to the liquid crystal display devices according to the present invention. 

[0182] Meanwhile, a liquid crystal exhibiting an arrtiferroelectric phase in a certain temperature range is termed an 
antiferroelectric liquid crystal (AFLC). A mixed liquid crystal having the AFLC includes what is called a thresholdless 
mixed antiferroelectric liquid crystal exhibiting electrooptic response characteristics in which a transmittance changes 
continuously versus an electric field. The thresholdless mixed antiferroelectric liquid crystal includes one which exhibits 
30 so-called V-shaped electrooptic response characteristics, and one whose drive voltage is about ±2.5 V (about 1 to 2 jim 
in terms of a cell thickness) has been found out 

[0183] In general, the thresholdless mixed antiferroelectric liquid crystal exhibits a spontaneous polarization of 
large magnitude, and it has a large dielectric constant in itself. Therefore, in a case where the liquid crystal display 
device is constructed using the thresholdless mixed antiferroelectric liquid crystal, the pixel thereof requires a retention 
35 capacitance of comparatively large value. The thresholdless mixed antifenoelectric liquid crystal to be used should pref- 
erably have a small spontaneous polarization. 

[0184] Incidentally, since a low voltage drive is realized by employing such a thresholdless mixed antiferroelectric 
liquid crystal for the liquid crystal display device according to the present invention, the power dissipation of the display 
device can be lowered. 

40 

[Embodiment 10] 

[0185] The active matrix substrate and the liquid crystal display device which have been obtained by performing the 
present invention, can be employed for various electrooptic devices. In addition, the present invention can be applied to 
45 any electronic equipment in which such an electrooptic device is incorporated as a display medium. Mentioned as the 
electronic equipments are a personal computer, a digital camera, a video camera, a mobile computer, a portable tele- 
phone set and an electronic book, a navigation system, etc. Examples of the electronic equipments are illustrated in 
Figs. 25A through 25H and Figs. 26A through 26D. 

[0186] Fig. 25A shows a portable telephone set, which is configured of a body 9001 , a voice output unit 9002, a 
so voice input unit 9003. a display unit 9004, operating switches 9005, and an antenna 9006. The present invention is 
applicable to the display unit 9004 and the other signal control circuits incorporated into the portable telephone set. 
[0187] Fig. 25B shows a video camera, which is configured of a body 9101 , a display unit 9102, a sound input unit 
9103, operating switches 9104, a battery 9105, and an image receiving unit 9106. The present invention is applicable 
to the display unit 9102 and the other signal control circuits incorporated into the video camera. 
55 [0188] Fig. 25C shows a portable information terminal, which is configured of a body 9201 , a camera portion 9202, 
an image receiving portion 9203, an operating switch 9204, and a display unit 9205. The present invention is applicable 
to the display unit 9205 and the other signal control circuits incorporated into the portable information terminal. 
[0189] Fig. 25D shows a goggle type display device, which is configured of a body 9301, a display unit 9302, and 
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an arm portion 9303. The present invention is applicable to the display unit 9302 and the other signal control circuits 
incorporated into the goggle type display device. 

[0190] Fig. 25E shows a player which is used for a recording medium 9404 storing programs therein, and which is 
configured of a body 9401 . a display unit 9402, a loudspeaker unit 9403, and operating switches 9405. By the way, the 
5 recording medium 9404 is a DVD (Digital Versatile Disc), a CD (Compact Disc), or the like, and the player is capable of 
reproducing a music program, displaying an image, displaying the information of a video game (or television game) or 
information obtained through the Internet, and so forth. The present invention is applicable to the display unit 9402 and 
the other signal control circuits incorporated into the player. 

[0191] Fig. 25F shows a portable book (electronic book), which is conf igured of the body 9501, display units 9503, 
w a storage medium 9504, operating switches 9505, and an antenna 9506. The present invention is applicable to the dis- 
play units 9503 and the other signal control circuits incorporated into the portable book. 

[0192] Fig. 25G shows a personal computer, which is configured of a body 9601 including a microprocessor, a 
memory etc., an image input unit 9602, a display unit 9603, and a keyboard 9604. The present invention is applicable 
to the display unit 9603 and the other signal processing circuits incorporated into the personal computer. 
75 [0193] Fig. 25H shows a digital camera, which is configured of the body 9701 , a display unit 9702, a view window 
9703, operating switches 9704, and an image receiving portion (not shown). The present invention is applicable to the 
display unit 9702 and the other signal control circuits incorporated into the digital camera. 

[0194] Fig. 26A shows a front type projector, which is configured of a light-source optical system and display unit 
2601 , and a screen 2602. The present invention is applicable to the display unit and signal control circuits. On the other 
20 hand, Fig. 26B shows a rear type projector, which is configured of the body 2701 , a light-source optical system and dis- 
play unit 2702, a mirror 2703, and a screen 2704. The present invention is applicable to the display unit and the other 
signal control circuits incorporated into the front type projector and the rear type projector. 

[0195] Fig. 26C illustrates an example of the structure of each of the light-source optical system and display units 
2601, 2702 respectively shown in Figs. 26A and 26B. Each of the light-source optical system and display units 2601, 

25 2702 is configured of a light-source optical system 2801 , reflector mirrors 2802, 2804, 2805 and 2806, dichroic mirrors 
2803, a beam splitter 2807, liquid crystal display units 2808. a phase difference plate 2809. and a projection optical sys- 
tem 2810. The projection optical system 2810 is constituted by a plurality of optical lenses. The example shown in Fig. 
26C includes a triple panel scheme in which the three liquid crystal display units 2808 are used. However, the structure 
is not restricted to such a scheme, but it may well be constructed of an optical system of single panel scheme. Moreo- 

30 ver, an optical lens, a film having a polarizing function, a film for regulating a phase, an IR film, etc. may well be occa- 
sionally inserted into optical paths which are indicated by arrows in Fig. 26C. Besides, Fig. 26D is a diagram showing 
an example of the structure of the light-source optical system 2801 depicted in Fig. 26C. In this embodiment, the light- 
source optical system 2801 is constituted by a reflector 281 1 . a light source 281 2, lens arrays 281 3, 281 4,-a polarizing 
transducer 2815, and a condensing lens 2816. It is to be understood that the light-source optical system 2801 shown 

35 in Fig. 26D is merely one example, and that the optical system is not restricted to the illustrated structure. - 

[0196] The present invention is also applicable to the reading circuits of a navigation system an image sensor, etc. 
though they are not shown in the drawings. In this manner, the present invention has very wide applications and is appli- 
cable to electronic equipments in all technical fields. Besides, the electronic equipments in this embodiment can be 
incarnated using constructions which are any combinations of the aspect of performance described before and Embod- 

40 iments 1 through 9. 

[Embodiment 11] 

[0197] This embodiment demonstrates a process for producing an EL (electroluminescence) display device 
45 according to the invention of the present application. 

[0198] Fig. 27A is a top view showing an EL display device, which was produced according to the invention of the 

present application. In Fig. 27A, there are shown a substrate 4010, a pixel part 401 1 , a driving circuit from the source 

4012, and a driving circuit from the gate 4013, each driving circuit connecting to wirings 4014, 4015 and 4016 which 

reach FPC 4017 leading to external equipment. 
so [0199] Fig. 27B is a sectional view showing the structure of the EL display device in this embodiment. The pixel 

part, preferably together with the driving circuit, is enclosed by a covering material 6000. a sealing material (or housing 

material) 7000, and an end-sealing material (or second sealing material) 7001. 

[0200] Furthermore, there is shown a substrate 4010. an underlying coating 4021 , a TFT 4022 for the driving cir- 
cuit, and a TFT 4023 for the pixel unit. (The TFT 4022 shown is a CMOS circuit consisting of an n-channel type TFT 
55 and a p-channel type TFT The TFT 4023 shown is the one, which controls current to the EL element.) These TFTs may 
be of any known structure (top gate structure or bottom gate structure). 

[0201] Incidentally, the present invention is used in the TFT 4022 for the driving circuit and the TFT 4023 for the 
pixel unit. 
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[0202] Upon completion of TFT 4022 (for the driving circuit) and TFT 4023 (for the pixel unit), with their active layer 
being the semiconductor layer formed according to the invention of the present application, a pixel electrode 4027 is 
formed on the interlayer insulating film (planarizing film) 4026 made of a resin. This pixel electrode is a transparent con- 
ductive film, which is electrically connected to the drain of TFT 4023 for the pixel unit. It is preferable that the TFT for 
5 the pixel portion is a p-channel type TFT in the case that the transparent conductive film is used for the pixel electrode 
4027. The transparent conductive film may be formed from a compound (called ITO) of indium oxide and tin oxide or a 
compound of indium oxide and zinc oxide. On the pixel electrode 4027 is formed an insulating film 4028, in which is 
formed an opening above the pixel electrode 4027. 

[0203] Subsequently, the EL layer 4029 is formed. It may be of single-layer structure or multi-layer structure by 

10 freely combining known EL materials such as injection layer, hole transport layer, light emitting layer, electron transport 
layer, and electron injection layer. Any known technology may be available for such structure. The EL material is either 
a low-molecular material or a high-molecular material (polymer). The former may be applied by vapor deposition, and 
the latter may be applied by a simple method such as spin coating, printing, or ink-jet method. 
[0204] In this example, the EL layer is formed by vapor deposition through a shadow mask The resulting EL layer 

is permits each pixel to emit light differing in wavelength (red, green, and blue). This realizes the color display. Alternative 
systems available include the combination of color conversion layer (CCM) and color filter and the combination of white 
light emitting layer and color filter. Needless to say, the EL display device may be monochromatic. 
[0205] On the EL layer is formed a cathode 4030. Prior to this step, it is desirable to clear moisture and oxygen as 
much as possible from the interface between the EL layer 4029 and the cathode 4030. This object may be achieved by 

20 forming the EL layer 4029 and the cathode 4030 consecutively in a vacuum, or by forming the EL layer 4029 in an inert 
atmosphere and then forming the cathode 4030 in the same atmosphere without admitting air into it. In this Example, 
the desired film was formed by using a film-forming apparatus of multi-chamber system (cluster tool system). 
[0206] The multi-layer structure composed of lithium fluoride film and aluminum film is used in this Example as the 
cathode 4030. To be concrete, the EL layer 4029 is coated by vapor deposition with a lithium fluoride film (1 nm thick) 

25 and an aluminum film (300 nm thick) sequentially. Needless to say, the cathode 4030 may be formed from MgAg elec- 
trode which is a known cathode material. Subsequently, the cathode 4030 is connected to a wiring 4016 in the region 
indicated by 4031. The wiring 4016 to supply a prescribed voltage to the cathode 4030 is connected to the FPC 4017 
through an electrically conductive paste material 4032. 

[0207] The electrical connection between the cathode 4030 and the wiring 4016 in the region 4031 needs contact 
30 holes in the interlayer insulating film 4026 and the insulating film 4028. These contact holes may be formed when the 
interlayer insulating film 4026 undergoes etching to form the contact hole for the pixel electrode or when the insulating 
film 4028 undergoes etching to form the opening before the EL layer is formed. When the insulating film 4028 under- 
goes etching, the interlayer insulating film 4026 may be etched simultaneously. Contact holes of good shape may be 
formed if the interlayer insulating film 4026 and the insulating film 4028 are made of the sane material. 
35 [0208] Then, a passivation film 6003, a filling material 6004 and a covering material 6000 are formed so that these 
layers cover the EL element. 

[0209] Furthermore, the sealing material 7000 is formed inside of the covering material 6000 and the substrate 
401 0 such as surrounding the EL element, and the end-sealing material 7001 is formed outside of the sealing material 
7000. 

40 [0210] The filling material 6004 is formed to cover the EL element and also functions as an adhesive to adhere to 
the covering material 6000. As the filling material 6004, PVC (polyvinyl chloride), an epoxy resin, a silicon resin, PVB 
(polyvinyl butyral), or EVA (ethylenvinyl acetate) can be utilized. It is preferable to form a desiccant in the filling material 
6004, since a moisture absorption can be maintained. 

[021 1 ] Also, spacers can be contained in the filling material 6004. It is preferable to use spherical spacers compris- 
es ing barium oxide to maintain the moisture absorption in the spacers. 

[0212] In the case of that the spacers are contained in the filling material, the passivation film 6003 can relieve the 
pressure of the spacers. Of course, the other film different from the passivation film, such as an organic resin, can be 
used for relieving the pressure of the spacers. As the covering material 6000, a glass plate, an aluminum plate, a stain- 
less plate, a FRP (Fiberglass- Reinforced Plastics) plate, a PVF (Polyvinyl Fluoride) film, a Mylar film, a polyester film or 
so an acryl film can be used. In a case that PVB or EVA is employed as the filling material 6004, it is preferable to use an 
aluminum foil with a thickness of some tens of m sandwiched by a PVF film or a Mylar film. 

[0213] It is noted that the covering material 6000 should have a light transparency with accordance to a light emit- 
ting direction (a light radiation direction) from the EL element. 

[0214] The wiring 4016 is electrically connected to FPC 4017 through the gap between the sealing material 7000 
55 and the end-sealing material 7001, and the substrate 4010. As in the wiring 4016 explained above, other wirings 4014 
and 401 5 are also electrically connected to FPC 401 7 under the sealing material 4018. 
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[Embodiment 12] 

[0215] In this embodiment, another EL display device having a different structure from the embodiment 11 is 
explained, as shown in Figs. 28A and 28B. The same reference numerals in Figs. 28A and 28B as in Figs. 27 A and 27B 
5 indicate same constitutive elements, so an explanation is omitted. 

[0216] Fig. 28A shows a top view of the EL module in this embodiment and Fig. 28B shows a sectional view of A- 
A* of Fig. 28A. 

[0217] According to Embodiment 1 1 , the passivation film 6003 is formed to cover a surface of the EL element. 
[0218] The filling material 6004 is formed to cover the EL element and also functions as an adhesive to adhere to 
10 the covering material 6000. As the filling material 6004, PVC (Polyvinyl Chloride), an epoxy resin, a silicon resin, PVB 
(Polyvinyl Butyral), or EVA (Ethylenvinyl Acetate) can be utilized. It is preferable to form a desiccant in the filling material 
6004, since a moisture absorption can be maintained. 

[021 9] Also, spacers can be contained in the filling material 6004. It is preferable to use spherical spacers compris- 
ing barium oxide to maintain the moisture absorption in the spacers. 

75 [0220] In the case of that the spaces are contained in the filling material, the passivation film 6003 can relieve the 
pressure of the spacers. Of course, the other film different from the passivation film, such as an organic resin, can be 
used for relieving the pressure of the spacers. As the covering material 6000, a glass plate, an aluminum plate, a stain- 
less plate, a FRP (Fiberglass- Reinforced Plastics) plate, a PVF (polyvinyl fluoride) film, a Mylar film, a polyester film or 
an acryl film can be used. In a case that PVB or EVA is employed as the filling material 6004, it is preferable to use an 

20 aluminum foil with a thickness of some tens of m sandwiched by a PVF film or a Mylar film. 

[0221] It is noted that the covering material 6000 should have a light transparency with accordance to a light emit- 
ting direction (a light radiation direction) from the EL element. 

[0222] Next, the covering material 6000 is adhered using the filling material 6004. Then, the flame material 6001 is 
attached to cover side portions (exposed faces) of the filling material 6004. The flame material 6001 is adhered by the 
25 sealing material (acts as an adhesive) 6002. As the sealing material 6002, a light curable resin is preferable. Also, a 
thermal curable resin can be employed if a heat resistance of the EL layer is admitted. It is preferable for the sealing 
material 6002 not to pass moisture and oxygen. In addition, it is possible to add a desiccant inside the sealing material 
6002. 

[0223] The wiring 401 6 is electrically connected to FPC 4017 through the gap between the sealing material 6002 
30 and the substrate 4010. As in the wiring 4016 explained above, other wirings 4014 and 4015 are also electrically con- 
nected to FPC 4017 under the sealing material 6002. 

[Embodiment 13] 

35 [0224] In this embodiment, the structure of the pixel region in the EL display device is illustrated in more detail. Fig. 
29 shows the cross section of the pixel region, Fig. 30A shows the top view thereof and Fig. 30B shows the circuit dia- 
gram for the pixel region. In Fig. 29, Fig. 30A and Fig. 30B, the same reference numerals are referred to for the same 
parts, as being common thereto. 

[0225] In Fig. 29, the switching TFT 3002 formed on the substrate 3001 is NTFT of the invention (cf. Embodiments 
40 1 to 8). In this Embodiment, it has a double-gate structure, but its structure and fabrication process do not so much differ 
from the structures and the fabrication processes illustrated hereinabove, and their description is omitted herein. How- 
ever, the double-gate structure of the switching TFT 3002 has substantially two TFTs as connected in series, and there- 
fore has the advantage of reducing the off-current to pass therethrough. In this Embodiment, the switching TFT 3002 
has such a double-gate structure, but is not limitative. It may have a single-gate structure or a triple-gate structure, or 
45 even any other multi-gate structure having more than three gates. As the case may be, the switching TFT 3002 may be 
PTFT of the invention. 

[0226] The current-control TFT 3003 is NTFT of the invention. The drain wire 3035 in the switching TFT 3002 is 
electrically connected with the gate electrode 3037 in the current-control TFT, via the wire 3036 therebetween. The wire 
indicated by 3038 is a gate wire for electrically connecting the gate electrodes 3039a and 3039b in the switching TFT 
so 3002. 

[0227] It is very important that the current-control TFT 3003 has the structure defined in the invention. The current- 
control TFT is a unit for controlling the quantity of current that passes through the EL element. Therefore, a large quan- 
tity of current passes through it, and the unit, current-control TFT has a high risk of thermal degradation and degrada- 
tion with hot carriers. To this unit, therefore, the structure of the invention is extremely favorable, in which an GOLD 
55 region (a second impurity region) is so constructed that the gate electrode overlaps with the drain area in the current- 
control TFT, via a gate-insulating film therebetween. 

[0228] In this embodiment, the current-control TFT 3003 is illustrated to have a single-gate structure, but it may 
have a multi-gate structure with plural TFTs connected in series. In addition, plural TFTs may be connected in parallel 
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so that the channel-forming region is substantially divided into plural sections. In the structure of that type, heat radia- 
tion can be effected efficiently. The structure is advantageous for protecting the device with it from thermal deterioration. 
[0229] As in Fig. 30A, the wire to be the gate electrode 3037 in the current-control TFT 3003 overlaps with the drain 
wire 3040 therein in the region indicated by 3004, via an insulating film therebetween. In this state, the region indicated 
s by 3004 forms a capacitor. The capacitor 3004 functions to retain the voltage applied to the gate in the current-control 
TFT 3003. The drain wire 3040 is connected with the current supply line (power line) 3006, from which a constant volt- 
age is all the time applied to the drain wire 3040. 

[0230] On the switching TFT 3002 and the current-control TFT 3003, formed is a first passivation film 3041 . On the 
film 3041 , formed is a planarizing film 3042 of an insulating resin. It is extremely important that the difference in level of 

io the layered parts in TFT is removed through planarization with the planarizing film 3042. This is because the EL layer 
to be formed on the previously formed layers in the later step is extremely thin, and if there exist a difference in level of 
the previously formed layers, the EL device will be often troubled by light emission failure. Accordingly, it is desirable to 
previously planarize as much as possible the previously formed layers before the formation of the pixel electrode ther- 
eon so that the EL layer could be formed on the planarized surface. 

is [0231 ] The reference numeral 3043 indicates a pixel electrode (a cathode in the EL device) of an electroconductive 
film with high reflectivity. The pixel electrode 3043 is electrically connected with the drain in the current-control TFT 
3003. It is preferable to use a n-channel type TFT for the current-control TFT in the case of the conductive film with high 
reflectivity is used for the pixel electrode 3043. Moreover, it is preferable that the pixel electrode 3043 is of a low-resist- 
ance electroconductive film of an aluminum alloy, a copper alloy or a silver alloy, or of a laminate of those films. Need- 

20 less-to-say, the pixel electrode 3043 may have a laminate structure with any other electroconductive films. 

[0232] In the recess (this corresponds to the pixel) formed between the banks 3044a and 3044b of an insulating 
film (preferably of a resin), the light-emitting layer 3045 is formed. In the illustrated structure, only one pixel is shown, 
but plural light-emitting layers could be separately formed in different pixels, corresponding to different colors of R (red), 
G (green) and B (blue). The organic EL material for the light-emitting layer may be any -conjugated polymer material. 

25 Typical polymer materials usable herein include Polyparaphenylenevinylene (PPV) materials, Polyvinylcarbazole (PVK) 
materials, Polyfluorene materials, etc. 

[0233] Various types of PPV-type organic EL materials are known, such as those disclosed in "H. Shenk, H. Becker, 
O. Gelsen, E. Klunge, W. Kreuder, and H. Spreitzer; Polymers for Light Emitting Diodes, Euro Display Proceedings. 
1999, pp. 33-37* and in Japanese Patent Laid-Open No. 10-92576(1998). Any of such known materials are usable 
30 herein. 

[0234] Concretely, cyanopolyphenylenevinylenes may be used for red-emitting layers; polyphenylenevinylenes may 
be for green-emitting layers; and polyphenylenevinylenes or polyalkylphenylenes may be for blue-emitting layers. The 
thickness of the film for the light-emitting layers may fall between 30 and 150 nm (preferably between 40 and 100 nm). 
[0235] These compounds mentioned above are referred to merely for examples of organic EL materials employable 
35 herein and are not limitative at all. The light-emitting layer may be combined with a charge transportation layer or a 
charge injection layer in any desired manner to form the intended EL layer (this is for light emission and for carrier trans- 
fer for light emission). 

[0236] Specifically, this Embodiment is to demonstrate the embodiment of using polymer materials to form light- 
emitting layers, which, however, is not limitative. Apart from this, low-molecular organic EL materials may also be used 
40 for light-emitting layers. For charge transportation layers and charge injection layers, further employable are inorganic 
materials such as silicon carbide, etc. Various organic EL materials and inorganic materials for those layers are known, 
any of which are usable herein. 

[0237] In this Embodiment, a hole injection layer 3046 of PEDOT (polythiophene) or PAni (polyaniline) is formed on 
the light-emitting layer 3045 to give a laminate structure for the EL layer. On the hole injection layer 3046. formed is an 

45 anode 3047 of a transparent electroconductive f ilm. In this Embodiment, the light having been emitted by the light-emit- 
ting layer 3045 radiates therefrom in the direction toward the top surface (that is, in the upward direction of TFT). There- 
fore, in this, the anode must transmit light. For the transparent electroconductive film for the anode, usable are 
compounds of indium oxide and tin oxide, and compounds of indium oxide and zinc oxide. However, since the anode is 
formed after the light-emitting layer and the hole injection layer having poor heat resistance have been formed, it is pref- 

so erable that the transparent electroconductive film for the anode is of a material capable of being formed into a film at as 
low as possible temperatures. 

[0238] When the anode 3047 is formed, the EL device 3005 is finished. The EL device 3005 thus fabricated herein 
indicates a capacitor comprising the pixel electrode (cathode) 3043, the light-emitting layer 3045, the hole injection layer 
3046 and the anode 3047. As in Fig. 30A, the region of the pixel electrode 3043 is nearly the same as the area of the 
55 pixel. Therefore, in this, the entire pixel functions as the EL device. Accordingly, the light utility efficiency of the EL device 
fabricated herein is high, and the device can display bright images. 

[0239] In this Embodiment, a second passivation film 3048 is formed on the anode 3047. For the second passiva- 
tion film 3048, preferably used is a silicon nftride film or a silicon oxynitride film. The object of the film 3048 is to insulate 
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the EL device from the outward environment. The film 3048 has the function of preventing the organic EL material from 
being degraded through oxidation and has the function of preventing it from degassing. With the second passivation film 
3048 of that type, the reliability of the EL display device is improved. 

[0240] As described hereinabove, the EL display panel of the invention fabricated in this Embodiment has a pixel 
5 region for the pixel having the constitution as in Fig. 29, and has the switching TFT through which the off-current to pass 
is very small to a satisfactory degree, and the current-control TFT resistant to hot carrier injection. Accordingly, the EL 
display panel fabricated herein has high reliability and can display good images. 

[0241] The constitution of this Embodiment can be combined with any constitution of Embodiments 1 to 8 in any 
desired manner. Incorporating the EL display device of this Embodiment into the electronic appliance of Embodiment 
10 1 0 as its display part is advantageous. 

[Embodiment 14] 

[0242] This Embodiment is to demonstrate a modification of the EL display panel of Embodiment 13. in which the 
is EL device 3005 in the pixel region has a reversed structure. For this Embodiment, referred to is Fig. 31 . The constitution 
of the EL display panel of this Embodiment differs from that illustrated in Fig. 29 only in the EL device part and the cur- 
rent-control TFT part. Therefore, the description of the other parts except those different parts is omitted herein. 
[0243] In Fig. 31 , the current-control TFT 31 03 may be PTFT of the invention. For the process of forming it, referred 
to is that of Embodiment 1 to 8. 
20 [0244] In this Embodiment, the pixel electrode (anode) 3050 is of a transparent electroconductive film. Concretely, 
used is an electroconductive film of a compound of indium oxide and zinc oxide. Needless-to-say, also usable is an elec- 
troconductive film of a compound of indium oxide and tin oxide. 

[0245] After the banks 3051a and 3051b of an insulating film have been formed, a light-emitting layer 3052 of pol- 
yvinylcarbazole is formed between them in a solution coating method. On the light-emitting layer 3052, formed are an 
25 electron injection layer 3053 of acetylacetonatopotassium (hereinafter acacK), and a cathode 3054 of an aluminum 
alloy. In this case, the cathode 3054 serves also as a passivation film. Thus is fabricated the EL device 3101 . 
[0246] In this Embodiment, the light having been emitted by the light-emitting layer 3052 radiates in the direction 
toward the substrate with TFT formed thereon, as in the direction of the arrow illustrated. 

[0247] The constitution of this Embodiment can be combined with any constitution of Embodiments 1 to 8 in any 
30 desired manner. Incorporating the EL display panel of this Embodiment into the electronic appliance of Embodiment 1 0 
as its display part is advantageous. 

[Embodiment 15] 

35 [0248] This Embodiment is to demonstrate modifications of the pixel with the circuit pattern of Fig. 30 B. The modi- 
fications are as in Fig. 32A to Fig. 32C. In this Embodiment illustrated in those Fig. 32A to Fig. 32C, 3201 indicates the 
source wire for the switching TFT 3202; 3203 indicates the gate wire for the switching TFT 3202; 3204 indicates a cur- 
rent-control TFT; 3205 indicates a capacitor; 3206 and 3208 indicate current supply lines; and 3207 indicates an EL 
element. 

40 [0249] In the embodiment of Fig. 32A, the current supply line 3806 is common to the two pixels. Specifically, this 
embodiment is characterized in that two pixels are lineal-symmetrically formed with the current supply line 3206 being 
the center between them. Since the number of current supply lines can be reduced therein, this embodiment is advan- 
tageous in that the pixel pattern can be much finer and thinner. 

[0250] In the embodiment of Fig. 32B, the current supply line 3208 is formed in parallel to the gate wire 3203. Spe- 
45 cif ically, in this, the current supply line 3208 is so constructed that it does not overlap with the gate wire 3203. but is not 
limitative. Being different from the illustrated case, the two may overlap with each other via an insulating film therebe- 
tween so far as they are of different layers. Since the current supply line 3208 and the gate wire 3203 may enjoy the 
common exclusive area therein, this embodiment is advantageous in that the pixel pattern can be much finer and thin- 
ner. 

50 [0251] The structure of the embodiment of Fig. 32C is characterized in that the current supply line 3208 is formed 
in parallel to the gate wires 3203a and 3203b, like in Fig. 32B, and that two pixels are lineal-symmetrically formed with 
the current supply line 3208 being the center between them. In this, it is also effective to provide the current supply line 
3208 in such a manner that it overlaps with any one of the gate wires 3203a and 3203b. Since the number of current 
supply lines can be reduced therein, this embodiment is advantageous in that the pixel pattern can be much finer and 

55 thinner. 

[0252] The constitution of this Embodiment can be combined with any constitution of Embodiment 1 to 8 in any 
desired manner. Incorporating the EL display panel having the pixel structure of this Embodiment into the electronic 
appliance of Embodiment 10 as its display part is advantageous. 
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[Embodiment 16] 



[0253] The embodiment of Embodiment 13 illustrated in Fig. 30A and Fig. 30B is provided with the capacitor 3004 
which acts to retain the voltage applied to the gate in the current-control TFT 3003. In the embodiment, however, the 

5 capacitor 3004 may be omitted. 

[0254] In the Embodiment 13, the current-control TFT 3003 is NTFT of the invention, as shown in Embodiments 1 
to 8. Therefore, in the embodiment, the LDD region is so formed that it overlaps with the gate electrode via the gate- 
insulating film therebetween. In the overlapped region, formed is a parasitic capacitance generally referred to as a gate 
capacitance. This Embodiment is characterized in that the parasitic capacitance is positively utilized in place of the 

10 capacitor 3004. 

[0255] The parasitic capacitance in question varies, depending on the area in which the gate electrode overlaps 
with the GOLD region, and is therefore determined according to the length of the GOLD region in the overlapped area. 
[0256] Also in Embodiment 15 illustrated in Fig. 32 A, 24B and 32C, the capacitor 3205 can be omitted. 
[0257] The constitution of this Embodiment can be combined with any constitution of Embodiment 1 to 8 in any 
is desired manner. Incorporating the EL display device having the pixel structure of this Embodiment into the electronic 
appliance of Embodiment 10 as its display part is advantageous. 
[0258] The present invention thus far described brings forth effects as stated below. 

[0259] According to the present invention, even when the n-channel TFT of a pixel matrix circuit is driven by apply- 
ing a gate voltage of 15 to 20 V thereto, a stable operation can be attained. As a result, a semiconductor device includ- 
20 ing a CMOS circuit fabricated of crystalline TFTs, concretely the pixel matrix circuit of a liquid crystal display device and 
the drive circuits thereof provided around the pixel matrix circuit, can have their reliabilities enhanced, and a liquid crys- 
tal display device of long life can be manufactured. 

[0260] Moreover, according to the present invention, in the second impurity region of an n-channel TFT as is formed 
between the channel forming region and drain region thereof, a part (GOLD region) which a gate electrode overlaps 

25 and a part (LDD region) which the gate electrode does not overlap can have their lengths set and actualized with ease. 
Concretely, the lengths of the part (GOLD region) of the second impurity region to lie under the gate electrode and the 
part (LDD region) not to lie under the gate electrode can also be determined in accordance with the drive voltage of the 
TFT Thus, in a case where TFTs are to be operated by different drive voltages within an identical substrate, the TFTs 
corresponding to the respective drive voltages can be fabricated by an identical process. 

30 [0261] Furthermore, such features of the present invention are very suitable for a liquid crystal display device of 
active matrix type in which a pixel matrix circuit and driver circuits require different drive voltages and different TFT char- 
acteristics. 

Claims 

35 

1 . A semiconductor device including at least one TFT formed over a substrate, said TFT including a semiconductor 
layer, a gate insulating film formed in contact with the semiconductor layer and a gate electrode formed in contact 
with the gate insulating film, characterized in that 

40 said gate electrode includes a first layer which is formed in contact with said gate insulating film, a second layer 

which is formed on and inside a periphery of an upper surface of said first layer, and a third layer which is 
formed in contact with said first layer and said second layer; 

said semiconductor layer includes a channel forming region, a first impurity region of one conductivity type, and 
a second impurity region of said one conductivity type which is formed between said channel forming region 
45 and said first impurity region; and 

a part of said second impurity region of said one conductivity type lies under said first layer of said gate elec- 
trode. 

2. A semiconductor device according to claim 1 , wherein a concentration of an impurity element of said one conduc- 
so tivity type is lower in said second impurity region of said first conductivity type than in said first impurity region of 

said first conductivity type. 

3. A semiconductor device according to either of claims 1 and 2, wherein a retention capacitance is formed of an 
impurity region of said one conductivity type which is provided at one end of said semiconductor layer, said gate 

55 insulating film, and a wiring line which is constituted by said first layer of said gate electrode, said second layer 
thereof and said third layer thereof, and said retention capacitance is connected to either of a source and a drain 
of said TFT 
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4. A semiconductor device wherein a pixel portion has at least one pixel TFT characterized in that 

a gate electrode of said pixel TFT includes a first layer which is formed in contact with a gate insulating film, a 
second layer which is formed on said first layer and inside a periphery of an upper surface of said first layer, 
5 and a third layer which is formed in contact with said first layer and said second layer; 

a semiconductor layer of said pixel TFT includes a channel forming region, a first impurity region of one con- 
ductivity type, and a second impurity region of said one conductivity type which is formed between said chan- 
nel forming region and said first impurity region; and 

a part of said second impurity region of said one conductivity type lies under said first layer of said gate elec- 
ta trode. 

5. A semiconductor device including at least one CMOS circuit which is constituted by an n-channel TFT and a p- 
channel TFT. characterized in that 

75 a gate electrode of said n-channel TFT includes a first layer which is formed in contact with a gate insulating 

film, a second layer which is formed on said first layer and inside a periphery of an upper surface of said first 
layer, and a third layer which is formed in contact with said first layer and said second layer; 
a semiconductor layer of said n-channel TFT includes a channel forming region, a first impurity region of one 
conductivity type, and a second impurity region of said one conductivity type which is formed between said 

20 channel forming region and said first impurity region; 

a part of said second impurity region of said one conductivity type lies under said first layer of said gate elec- 
trode; 

a semiconductor layer of said p-channei TFT includes a channel forming region, and a third impurity region 
which lies in contact with said channel forming region; and 
25 said third impurity region includes a subregion which lies in contact with said channel forming region and which 

contains an impurity element of a conductivity type opposite to said one conductivity type, and a subregion 
which contains an impurity element of said one conductivity type and an impurity element of the opposite con- 
ductivity type. 

30 6. A semiconductor device including a pixel portion which is constituted by at least one pixel TFT, and a CMOS circuit 
which is constituted by an n-channel TFT and a p-channel TFT, characterized in that: 

a gate electrode of each of said pixel TFT and said n-channel TFT includes a first layer which is formed in con- 
tact with a gate insulating film, a second layer which is formed on said first layer and inside a periphery of an 
35 upper surface of said first layer, and a third layer which is formed in contact with said first layer and said second 

layer; 

a semiconductor layer of each of said pixel TFT and said n-channel TFT includes a channel forming region, a 
first impurity region of one conductivity type, and a second impurity region of said one conductivity type which 
is formed between said channel forming region and said first impurity region; 
40 a part of said second impurity region of said one conductivity type lies under said first layer of said gate elec- 

trode; 

a semiconductor layer of said p-channel TFT includes a channel forming region, and a third impurity region 
which lies in contact with said channel forming region; and 

said third impurity region includes a subregion which lies in contact with said channel forming region and which 
45 contains an impurity element of a conductivity type opposite to said one conductivity type, and a subregion 

which contains an impurity element of said one conductivity type and an impurity element of the opposite con- 
ductivity type. 

7. A semiconductor device according to either of claims 4 and 6, wherein a retention capacitance is formed of an 
so impurity region of said one conductivity type which is provided at one end of said semiconductor layer, said gate 

insulating film, and a wiring line which is constituted by said first layer, said second layer and said third layer of said 
gate electrode, and said retention capacitance is connected to either of a source and a drain of said pixel TFT 

8. A semiconductor device according to any one of claims 1,4,5 and 6, wherein said first layer of said gate electrode 
55 and said third layer thereof are formed containing at least one member selected from the group consisting of ele- 
ments of silicon, titanium, tantalum, tungsten and molybdenum, or a compound which contains any of said ele- 
ments as its component. 
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9. A semiconductor device according to any one of claims 1 , 4, 5 and 6, wherein said second layer of said gate elec- 
trode is formed containing at least one member selected from the group consisting of elements of aluminum and 
copper , or a compound which contains any of said elements as its principal component. 

10. A semiconductor device according to any one of claims 1. 4, 5 and 6, wherein said semiconductor device is a dis- 
play device which employs an electroluminescent material. 

11. A semiconductor device according to any one of claims 1, 4, 5 and 6, wherein said semiconductor device is any 
selected from the group consisting of a personal computer, a video camera, a portable information terminal, a dig- 
ital camera, a player used for a recording medium, a goggle type display device, an electronic book, a portable tel- 
ephone set and a projector. 

12. A method of fabricating a semiconductor device, comprising the steps of: 

forming a semiconductor layer over a substrate having an insulating surface; 
forming a gate insulating film in contact with said semiconductor layer; 

successively forming a first conductive layer and a second conductive layer on said gate insulating film; 
etching said second conductive layer into a pattern, thereby to form a second layer of a gate electrode; 
doping a selected region of said semiconductor layer with an impurity element of one conductivity type; 
forming a third conductive layer in contact with said first conductive layer and said second layer of said gate 
electrode; 

etching said third conductive layer and said first conductive layer into a pattern, thereby to form a third layer of 
said gate electrode and a first layer of said gate electrode; and 

doping a selected region of said semiconductor layer with an impurity element of said one conductivity type. 

13. A method of fabricating a semiconductor device, comprising the steps of: 

forming a semiconductor layer over a substrate having an insulating surface; 
forming a gate insulating film in contact with said semiconductor layer; 

successively forming a first conductive layer and a second conductive layer on said gate insulating film; 
etching said second conductive layer into a pattern, thereby to form a second layer of a gate electrode; 
doping a selected region of said semiconductor layer with an impurity element of one conductivity type; 
forming a third conductive layer in contact with said first conductive layer and said second layer of said gate 
electrode; 

etching said third conductive layer and said first conductive layer into a pattern, thereby to form a third layer of 
said gate electrode and a first layer of said gate electrode; 

doping a selected region of said semiconductor layer with an impurity element of said one conductivity type; 
and 

removing a part of said first layer of said gate electrode and said third layer of said gate electrode. 

14. A method of fabricating a semiconductor device, comprising: 

forming a first semiconductor layer and a second semiconductor layer over a substrate having an insulating 
surface; 

forming a gate insulating film on said first semiconductor layer and said second semiconductor layer; 
successively forming a first conductive layer and a second conductive layer on said gate insulating film; 
etching said second conductive layer into a pattern, thereby to form a second layer of a gate electrode; 
doping a selected region of said first semiconductor layer with an impurity element of one conductivity type; 
forming a third conductive layer in contact with said first conductive layer and said second layer of said gate 
electrode; 

etching said third conductive layer and said first conductive layer into a pattern, thereby to form a third layer of 
said gate electrode and a first layer of said gate electrode; 

doping selected regions of said first semiconductor layer and said second semiconductor layer with an impurity 
element of said one conductivity type; and 

doping a selected region of said second semiconductor layer with an impurity of a conductivity type opposite 
to said one conductivity type. 

15. A method of fabricating a semiconductor device, comprising the steps of: 



28 



EP 1 005 094 A2 



forming a first semiconductor layer and a second semiconductor layer over a substrate having an insulating 
surface; 

forming a gate insulating film on said first semiconductor layer and said second semiconductor layer; 
successively forming a first conductive layer and a second conductive layer on said gate insulating film; 
etching said second conductive layer into a pattern, thereby to form a second layer of a gate electrode; 
doping a selected region of said first semiconductor layer with an impurity element of one conductivity type; 
forming a third conductive layer in contact with said first conductive layer and said second layer of said gate 
electrode; 

etching said third conductive layer and said first conductive layer into a predetermined pattern, thereby to form 
a third layer of said gate electrode and a first layer of said gate electrode; 

doping selected regions of said first semiconductor layer and said second semiconductor layer with an impurity 
element of said one conductivity type; 

removing parts of said first layer of said gate electrode and said second layer of said gate electrode; and 
doping a selected region of said second semiconductor layer with an impurity of a conductivity type opposite 
to said one conductivity type. 

16. A method of fabricating a semiconductor device, comprising the steps of: 

forming a first semiconductor layer and a second semiconductor layer over a substrate having an insulating 
surface; 

forming a gate insulating film on said first semiconductor layer and said second semiconductor layer; 
successively forming a first conductive layer and a second conductive layer on said gate insulating film; 
etching said second conductive layer into a pattern, thereby to form a second layer of a gate electrode; 
doping a selected region of said first semiconductor layer with an impurity element of one conductivity type; 
doping a selected region of said second semiconductor layer with an impurity of a conductivity type opposite 
to said one conductivity type; 

forming a third conductive layer in contact with said first conductive layer and said second layer of said gate 
electrode; 

etching said third conductive layer and said first conductive layer into a pattern, thereby to form a third layer of 
said gate electrode and a first layer of said gate electrode; and 

doping selected regions of said first semiconductor layer and said second semiconductor layer with an impurity 
element of said one conductivity type. 

17. A method of fabricating a semiconductor device according to any one of claims 12, 13, 14, 15 and 16, wherein said 
first layer of said gate electrode and said third layer of said gate electrode are formed containing at least one mem- 
ber selected from the group consisting of elements of silicon, titanium, tantalum, tungsten and molybdenum, or a 
compound which contains any of said elements as its component. 

18. A method of fabricating a semiconductor device according to any one of claims 12, 13, 14, 15 and 16, wherein said 
second layer of said gate electrode is formed containing at least one member selected from the group consisting 
of elements of aluminum and copper, or a compound which contains any of said elements as its principal compo- 
nent 

19. A method of fabricating a semiconductor device according to any one of claims 12, 13, 14, 15 and 16, wherein said 
semiconductor device is a display device which employs an electroluminescent material. 

20. A method of fabricating a semiconductor device according to any one of claims 12, 13, 14, 15 and 16, wherein said 
semiconductor device is any selected from the group consisting of a personal computer, a video camera, a portable 
information terminal, a digital camera, a player used for a recording medium, a goggle type display device, an elec- 
tronic book, a portable telephone set and a projector. 



29 



EP 1 005 094 A2 




•101 chum*! TFT 



102 f channel TFT 



7 • / 



30 



EP 1 005 094 A2 




31 



EP 1 005 094 A2 




32 



EP 1 005 094 A2 




Cvl" 
CO 



CNJ 

CM 



1 



\ 



1 




33 



EP 1 005 094 A2 




34 



EP 1 005 094 A2 




35 



EP 1 005 094 A2 




36 



EP 1 005 094 A2 




37 



EP 1 005 094 A2 




EP 1 005 094 A2 




40 



EP 1 005 094 A2 




41 



EP 1 005 094 A2 




42 



EP 1 005 094 A2 




EP 1 005 094 A2 




375 



1515 



hJch**4 TFT 



fchme} TFT 




fry. IF A 



44 



EP 1 005 094 A2 




45 



EP 1 005 094 A2 




46 



EP 1 005 094 A2 



r-7—r 



n+ channel 



n+ 



n+ 



g >' i ' \' \' 

n- channel n _ n+ 



n- 



7 



1 



n+ n- channel n+ 



9 '/'i' 

n+ n- channel n - n+ 




-Vg 0 +Vg 




-Vg 0 +Vg 




-Vg 0 +Vg 




-Vg 0 +Vg 



47 



EP 1 005 094 A2 




48 



EP 1 005 094 A2 



IsssmJ 




i i J 



2104 



2105 



49 




50 



EP 1 005 094 A2 



L- 1 




/ 



2411 



2413 



2414 



t l IJ 



2409 



Tbir 



A' 



2408. 2410 



2410 2410 
241! ^ 2409 24(J8 , 41 3< I 2409 



2408 



-2412 



2414 



) r — c — t r j — e 

T 2403 2401 2402 ^2404 ^2407 .2405 > 



2406 



Pcktoel TFT 



F>7 



51 



EP 1 005 094 A2 



Sh.-ffqn. 



-8 



-6 



-4 



-2 




52 



i 

EP 1 005 094 A2 




53 



EP 1 005 094 A2 




54 



EP 1 005 094 A2 




55 



EP 1 005 094 A2 





56 



EP 1 005 094 A2 




i 

i 
r 



i 



EP 1 005 094 A2 




Fig. J 0 A 



3o38 



Source line 



3002 3004 



-3z±r 



3? 

3003 r_i 



3005 



3006 



Fig. 30 B 



58 



i 



EP 1 005 094 A2 




EP 1 005 094 A2 



3103 3202 3*05 3106 




F i g. 3^A 



3103 



3102 



3104 




3Z01 



3X05 



Fig. 3^B 




60 



This Page is Inserted by IFW Indexing and Scanning 
Operations and is not part of the Official Record 

BEST AVAILABLE IMAGES 

Defective images within this document are accurate representations of the original 
documents submitted by the applicant. 

Defects in the images include but are not limited to the items checked: 

□ BLACK BORDERS 

□ IMAGE CUT OFF AT TOP, BOTTOM OR SIDES 

□ FADED TEXT OR DRAWING 

□ BLURRED OR ILLEGIBLE TEXT OR DRAWING 

□ SKEWED/SLANTED IMAGES 

□ COLOR OR BLACK AND WHITE PHOTOGRAPHS 

□ GRAY SCALE DOCUMENTS 

El LINES OR MARKS ON ORIGINAL DOCUMENT 

□ REFERENCE(S) OR EXHIBIT(S) SUBMITTED ARE POOR QUALITY 

□ OTHER: 

IMAGES ARE BEST AVAILABLE COPY. 
As rescanning these documents will not correct the image 
problems checked, please do not report these problems to 
the IFW Image Problem Mailbox. 



